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(54) COATING RESIN COMPOSITION 

(57) A coating resin composition is able to form a 
coating film having not only high hardness and weather- 
ability but also high toughness, and can be cured both 
at room temperature and by heating curing, and further 
which is good at storage stability. 

- The coating resin composition consists essentially 
of a silica-dispersed oligomer solution of organosilane 
prepared by partially hydrolyzing a hydrolyzable orga- 
nosilane represented by a formula R 1 nSiX4. n , in colloi- 
dal silica dispersed in an organic solvent water or a 
mixture thereof, and an acrylic resin which is a copoly- 
mer of acrylate or methacrylate represented by a for- 
mula, CH 2 =CR 2 (COOR 3 ), and a curing catalyst This 
composition is used by separating the components into 
two solutions and then mixing thereof as required. A 
resin -coated article comprises a cured resin layer of the 
coating resin composition on the surface of a substrate. 
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™1 P I1T1 7?T n re at6S 10 8 COatin9 resin "mpoflWon. a resin-coated article and a method for producina the 
same. In more detail, tfje invention relates to a coating resin composition which is used for ootfmflw mSm of a sub 

^ - ""f ' ,ke Stain,65S Steel " non - ferrous metals like inorganic uZ contSJs 

TJT^T^™**^"* 5 - and the like - ■*« the coa « n 9 "*n composSon can^ be 2SES?ii?2S 
22S5h ? ? SUb,eCted 10 3 h6at treatment and «** is "P** * formi "3 a ca^ltaMhhlZ 
th 6 SS, f r6S I '? n ^ * nd wea,herabilit » ■* *• Mention also relates to a method for prldng Se same tol 
Ll^f? a 'f r6lateS 10 8 resin<oated articla ^d a method for producing the same. whfchaZise clred^n 
layer of the coating resin composition on the surface of the substrate ^ 
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whiJSwT? h y dro| y zin 9 « Papally hydrolyzing hydrolyzable organosilanes. or coating agents in 

wh«* colloidal s. I.ca is mixed with such coating compositions have conventionally been known as ccSinc i aStefor 
fanning water-res.stant coating f,lms intended for the surface protection of steels lite 

hkeafojrunum. morganic building materials such as concretes or slates, woods, pJSmS^rtM? 

63 mT&JTT Pa - 6nt Laid "° Pen PUbBCa,i0nS SH ° 51 ' 2736 ' SHO 51-2737^ 53 ^ tnd SHO 
« 2 "^fP^ed coating agents composed of organoalkoxysilanes. hydrolyzates and/or partal c^denies 

ScTS,^ 0 ^ ° btained from tnese 3aents are ^'ent for the use of substrate protection bv virtue 

"T ° r T re ' WOU,d dwelop «**» duri "9 "eat curing process, in oUdooruS «rt to 2£ion 
ofabn^ternperature changes. Also, in the coating process, it is difficuKto Sontro, themick^o17^o fSnTS 

9 ft ° r ? reC8SSed P0rti0nS 01 the coaBn » surfeca - *« lite| y causing production faults InoZ to^Sn 
£Z£S7n£ t CharaCte ; isti0S ; 0038,19 ,BmS ° btained coa « n 9 a ^ts neS to be subject to 

Se^il e JL Satire of about 100'C or more or for a long time, such that the coating agenS cTuld not be 
used in some cases depending on the molding method or size of the substrate, or weatherabilitv *araZ£m* 1 2h~ 

^ g hydrolysB of alkoxysHane. so that their condensation reaction gradually proceeds even at room 

SShS ^posrtions as a vehicle of paint by adding pigments, the stability would bTfurther detSo 
rated such that the coatng resm compositions could not be formed into a paint, as a drawback. 

As disclosed in Japanese Patent Laid-Open Publication SHO 64-168. a coating agent has also been oronosed in 
which alkoxy groups are converted into silanols by adding water as acuring agen and | ! SaStte ZSSSSSS!! 

ZSTJ ! T n T 01 a,kDxysilane immediately before 003809 ^ ^RSJSSS 

poor ,n toughness that cracks would easily develop with the film thickness of 1 0 ^ or mo?e. vSSe nSert 
3S£ UST*? "? ^ felatiVely 8,80,6 1 formed into 3 P 3int pigments aSded f is nSssary fo 

o^°th C e=^ 

teinirn^T PUrP °i e 3 80MnB these and other drawb a<*s. a coating agent which is composed of a prepolymer con- 

tZZZ I £5" 2 88 , a ^ ° 0mP0nentl 8 CUri " 9 Cat3lySt - and and *** curet TeZl ^SZi» 
ture has been proposed in Japanese Patent Laid-Open Publication SHO 63-268772 However this coatinn aS to, 
not been improved in toughness, so that it is impossible to do processings of precSng meSs 

Wrty showing a drawback that the curability of the coating agent tends to be affected by hurt* 

nosibSfp "fnH 96 "* ?? teinS 3 Partia, Mr0,yzed ° ,i90mer of or 9anosilane. a silanol-groujcontaining polyorga- 
S T T'" 9 CatalySt, h3S 0660 disclosed in j3D3nese P3tent ^-Open Publication HEI 4-1 75388™. 

^SJfJS" k^ 9 , ^ *"» 3 ^ *■» 8,6 tou9hness 3nd curabiIi «y of *he bating ^^SStS^u 
not affected by humdrty, the toughness of the coating agent has not been improved sufficiently. 

in summary, coating agents containing organoalkoxysilane or a hydrolyzate of organoalkoxvsilane as a main rnm 

!2L!Xr d 10 b L ab ' e 10 Pr0dUCe C ° 3tin9 ,i,mS 4,131 " hi9b h hSness un^t^Zi and3ai 
weatherability However, because of poor toughness, the coating films will be easily cracked in the SaVroSss o 

dunng use. v^,ch can beseen noticeably espeaaily when toefOmtoicknessb 
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ing agents need a baking process at a high temperature of 1 00°C or more, so that they indeed can be applied to coating 
at factories, but have difficulty in outdoor or field coating. Besides, the coating agents are defective in high reactivity of 
their coating fluid and therefore poor in storattlity of their coating formulations. 

Resins having, as the main chain, acryl, polyester, epoxy, polyether, vinyl, or other organic resins as well as func- 
tional groups of hydroiyzable silane have also been reported. They can be seen, for example, in Japanese Patent Laid- 
Open Publications HEI 5-287206 and HEI 5-302007. However, since the main chain is conrposed of organic resins, 
those resins are inferior in weatherability and hardness to the resins having organoalkoxysilanes as the main compo- 
nent Otherwise, reactive resins having linear polysiioxanes in their main chains and functional groups of polymerizable 
acrylate in their terminals or side chains have also been proposed in Japanese Patent Laid-Open Publications HEI 5- 
72928 and HEI 5-178998. However, since the main chain is a linear pdysiloxane. these resins cannot attain sufficient 
hardness, and in some cases, they are of rubber elastic material, thus unsuitable for coating-use resins. 

Aforementioned concretes, cement substrates, or inorganic curing bodies are indeed excellent materials good at 
heat resistance and durability, but defective in that moisture would invade when their surfaces are not coated, and that 
they are inferior in stain resistance and acid resistance. Besides, uncoated appearance of those materials are not of a 
beauty in many cases. 

To make up for these defects, it has been practiced to coat their surface with organic coating materials. However, 
organic coating materials are poor in weatherability and low in film hardness so that they are easily flawed, as a draw- 
back. 

For this reason, attempts have been made to apply inorganic coating agents related to water glass, instead of the 
organic coating materials. However, these attempts have shown no satisfactory results in terms of the generation of 
efflorescence and porosity. 

DISCLOSURE OF THE INVENTION 

An object of the present invention is to provide a coating resin composition, as well as a method for producing the 
same, which is able to form a coating film having not only high hardness and weatherability but also high toughness; 
which does not yield any cracks even at a film thickness of 10 nm or more; which can be cured and dried at room tem- 
perature and moreover cured by heat-acceleration at a low temperature of 100°C or less; which is so good at storage 
stability as to derive the aforementioned high-performance coating film stably for more than one year; and which can be 
used as a stable vehicle in making a paint with pigments added so that it is freely colorable with pigments added. Also 
An object of the present invention is to provide a resin-coated article and a method for producing the same, which com- 
prise cured resin layer of the coating resin composition on the surface of the substrata 

The coating resin composition according to the present invention consists essentially of: 

(A) a silica-dispersed oligomer solution of organosilane prepared by partially hydrolyzing a hydroiyzable organosi- 
lane represented by a general formula 

R 1 n SiX4_ n (I) 

(wherein R 1 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group hav- 
ing a carbon number of 1 to 9, n is an integer of 0 to 3, and X is a hydroiyzable functional group) in colloidal silica 
dispersed in an organic solvent water or a mixture thereof; 

(B) an acrylic resin which is a copolymer of: at least one of first acrylates or methacrylates represented by a general 
formula 

CH 2 =CR 2 (COOR 3 ) (II) 

(wherein R 2 is a hydrogen atom or a methyl groip) in which R 3 is a substituted or non-substituted univalent hydro- 
carbon having a carbon number of 1 to 9; at least one of second acrylates or methacrylates represented by the 
general formula (II) in which R 3 is an epoxy group, a glycidyl group or a hydrocarbon group containing them; and 
at least one of third acrylates or methacrylates represented by the general formula (II) in which R 3 is a hydrocarbon 
group containing an alkaxysilyTgroup or a halogenated silyl group; and 

(C) a curing catalyst j 

It is preferable that the component (A) is a silica-dispersed oligomer solution of organosilane prepared by hydrolyz- 
ing the hydroiyzable organosilane under a condition using 0.001 to 0.5 mole of water on the baste of one equivalence 
of a hydroiyzable functional group (X). 

The component (A) preferably contains a silica portion (in Si content as converted into the weight ratio of SiO<>) of 
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5 to 95% by weight as a solid fraction. 

It is preferable that at least 50 mo!% of the hydrolyzable organosilane in the component (A) is a organosilane with 

noi. 

It is preferable that the pH value of the component (A) is in a range of 2.0 to 7.0. 
5 The acrylic resin in the component (B) preferably contains as a copolymerizable monomer; at least one selected 
from the groip consisting of n-butyl methacrylate and n-butyl acrylate; at least one selected from the group consisting 
of trimethoxysilylpropyl methacrylate and trimethoxysilytpropyl acrylate; and at least one selected from the group con- 
sisting of glycidyl methacrylate and glyctdyl acrylate. 

The acrylic resin in the component (B) may further contain at least one selected from the group consisting of thiols, 
w thiophenols and their derivatives. 

The weight average molecular weight, as converted into polystyrene, of the acrylic resin in the component (B) is 
preferably in a range of 1 ,000 to 50,000, more preferably in a range of 1 ,000 to 1 2,000. 

It is preferable that, in the coating resin composition of the invention, 1 to 99 parts by weight of the component (B) 
is blended on the basis of 1 to 99 parts by weight of the component (A) (where a total of component (A) and component 
is (B) is 1 00 parts by weight). 

It is preferable that the curing catalyst in the component (C) is at least one selected from the group consisting of 
alkyltrtanates, tin carboxylates, aluminum compounds, amine salts, amine base silane coupling agents, halogenated 
silanes, acids and alkalines. 

Preferably, the coating resin composition according to the invention further contains, as an essential component 

20 

(D) polyorganosiloxane which is represented by a mean composition formula; 

R 4 a Si(OH) b O (4 . a -bV2 

25 (wherein R 4 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group hav- 
ing a carbon number of 1 to 9, and a and b are numerals satisfying the relationships of 0.2 <, a <, 2, 0.0001 <, b <, 3. 
and a + b < 4 , respectively), and which contains a silanol group in the molecule. 

In this coating resin composition further containing the component (D), it is preferable that 5 to 50 parts by weight 
30 of the component (B) and 1 to 94 parts by weight of the component (D) are blended on the basis of 1 to 94 parts by 
weight of the component (A) (where a total of components (A), (B) and (D) is 1 00 parts by weight). 

The weight average molecular weight, as converted into polystyrene, of the component (D) is preferably in a range 
of 700 to 20,000. 

The coating resin composition of the invention may further contain (E) a pigment as an essential component. 
35 The coating resin composition according to the present invention is a two-part coating resin composition which con- 
sists of a resin solution containing the component (A) and the component (B) and a resin solution containing the com- 
ponent (C), and is used by mixing thereof on using. 

Also the coating resin composition according to the present invention may be used by mixing a resin solution con- 
taining the component (A) and the component (C) with a resin solution containing the component (B). 
40 Further, the coating resin composition according to the present invention may be used by mixing a resin solution 
containing the component (A) with a resin solution ontaining the component (B) and the component (C). 

Further, the coating resin composition according to the present invention, in case of containing the component (D) 
as an essential component, can be used by mixing a resin solution containing the component (A), the component (B) 
and the component (C) with a resin solution containing the component (D), also can be used by mixing a resin solution 
45 containing the component (A) and the component (C) with a resin solution containing the component (B) and the com- 
ponent (D). Also the coating resin composition may be used by mixing a resin solution containing the component (A), 
component (B), and the component (C) with a resin solution containing the component (C) and the component (D). 

A resin-coated article according to the present invention comprises a cured resin layer of the coating resin compo- 
sition according to the present invention on the surface of a substrate. 
so The resin-coated article according to the present invention may comprises at least two resin layers on the surface 
of the substrate as the occasion demands, and in this case, at least one of these resin layers is a cured resin layer of 
the coating resin composition according to the present invention. 

Preferably, the resin-coated article according to the present invention further comprises a primer layer, as a first 
layer, between the substrate and the resin layer. 
55 It is preferable that the primer layer is a cured resin layer of a primer composition which contains, 10% by weight 
and more as a solid fraction, at least one selected from the group consisting of an epoxy resin, an acrylic resin, an 
acrylic silicone resin, a chlorinated rubber resin, an urethane resin, a phenolic resin, a polyester resin and a melamine 
resin. 
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It is preferable that the primer layer is a cured resin layer of a primer composition which consists essentially of: 

(a-1 ) 1 00 parts by weight of an isocyanate prepolymer containing at least of two isocyanate groups but no urethane 
bond in the one molecule; 

(b-1) 1 to 100 parts by weight of an organic silicon compound containing at least one mercapto group and at least 
two alkoxy groups in the one molecule; 

(c-1) 100 or less parts by weight of an epoxy-modified silicon resin; and 

(d-1) 0.01 to 30 parts by weight of an organotin compound and/or a tin salt of organic acid. 

a berline rin^irecfly 1 iS0Cyana,e **** ° f the isoc y anate Polymer in the component (a-1) are not bonded to 
ft is preferable that the primer layer is a cured resin layer of a primer composition which consists essentially of: 

KL!?^ IT* 9 * 01 8 Wrolyzable^oup-containing vinyl copolymer prepared by copolymerizing 99.5 to 
75 mor% of an ethylene-type monomer and an unsaturated-group-containing silicon compound represented by a 
^!^ rm l RSlXmR ' (3 ^ n) (wherei " R is *" univalent hydrocarbon group containing a vinyl group, R' is an uni- 
ZTr^'^T *f* h3 ™° B T ""^ 01 1 t0 10 ' X fe 8 W«*yzeUe functional group selected from 
„H ^f^L alk0Xyl 9raup tevin fl a ca * on number of 1 to 4, an alkoxyalkoxyl group having a carbon 
numoer ot 2 to 6. and an oxime group having a carbon number of 2 to 4. m is an integer of 1 to 3); and 
(b-2) 0.1 to 50 parts by weight of an epoxy-modified silicon resin. 

The primer layer may contain a pigment as the occasion demands. 

nJS'SS^ 0 ! ^ reSi " layef a ma/bea curfld resin la ver with a pattern formed by adivisional coating and/ora wet- 
on-wet coating of a resin composition containing at least two pigments. 

a JHHa^^ ** r S" laye L may . be a <>*** resin to y* <^the coating resin composition containing at least one of 
ap ^f' an i the "°! 1 ^ res,n <* coating «sln composition, a cured resin layer of the coating resin 
composition not containing any pigments may be formed. 

. ™ 9 resiri-coatod article according to the present invention may being done at least one of processings selected 
from the bending, a drawing, a punching, a boring, a cutting, and a pressing 

subs^teToTw^Js 8 * SUbStrBte ' S ° f Stee ' S ' non - ,eTOUS metete - '"organic curing bodies, glasses, plastic 

flu. I^f^tl 8 *? in ^ aniC CUring b ° dieS has bulkdenstty of 0.5g/cm 3 and more, and dimensional change of 
Jhernineral cured material under a condition changing from saturated-water-containing to absolute drying is 0.5% and 

The inorganic curing bodies may have a tongue processed portion and/or a uneven design 

iiHHr 0 ^ Y pr0du ° ng "* resin -coated article according to the present invention comprises a step of forming at 

□Sr^Sr* ^ 6 ° f a ^T B - M ,eaSt 006 reSi " layer is formed by «*« the coating com- 
n 2 PreS6nt ,nventon after coatin9 the """"a resin composition on the surface of the substrate 

The method for producing of a resin-coated article according to the present invention may further comprises a step 

o 38 3 H!*™ °" th8 8UrfaCe 01 the substrate by """"fl a P*«- composition on the surface 

of the substrate and then cunng the primer composition. 

nf hJ* 16 "If**! for P^" 0 '" 9 01 a resirvcoated article according to the present invention may further comprises a step 

T ? mC T' ngS fr ° m 1,16 b6ndinfl ' 3 drawin9 ' a P unchin 9. a 00^9. a cutting, and a press- 

ing, after farming the primer layer and/or the resin layer on the surface of the substrate 

nf a ^l!l meth0d for Pr0dUCi r 9 01 3 reshvcoated artic| e according to the present invention rnay further comprises a step 
of at least one resin layer after doing the processings. 

subsbJti^oTwotjs 31 SUbStrate fe any0 " e ° f Ste6lS ' non " ferrous metalSl ^owiic curing bodies, glasses, plastic 
ft is preferable that the inorganic curing bodies has bulk density of 0.5g/cm 3 and more, and dimensional change of 

a5%TSfesT ^ U " der 3 COnditi0n Chan9i " 9 <rom the saturat9d - w ater-containing to the absolute drying is 
It is preferable that the inorganic curing bodies has a tongue processed portion and/or a uneven design. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Rg.1 is plan view illustrating one example of processing inorganic curing bodies being used in the present inven- 
Fig.2 is section view illustrating uneven portion of processing inorganic curing bodies shown in Fig.1. 
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BEST MODE OF CARRYING OUT THE INVENTION 

First, the coating resin composition according to the present invention are described. 

The coating resin composition according to the present invention contains the component (A), the component (B) 
and the component (C) as essential components, further contains the component (D) as the occasion demands. 

The silica dispersed oligomer of the component (A) is a main component of base polymers having hydrolyzable 
functional groups (X) as functional groups participating in the curing reaction during the formation of coating films. This 
oligomer can be prepared by partially hydrolyzing hydrolyzable organosilanes with water in the colloidal silica or with 
separately added water after adding one or more kinds of the hydrolyzable organosilanes represented by the general 
formula (I) into the colloidal silane dispersed in an organic solvent or water (including a mixed solvent of organic solvent 
and water). 

R 1 group in the hydrolyzable organosilanes represented by the general formula (I) is a substituted or non-substi- 
tuted univalent hydrocarbon group having a carbon number of 1 to 9, examples of them being an alkyl group such as 
methyl group, ethyl group, propyl group, butyl group, pentyl group, hexyl group, heptyl group, or octyl group; a cycloalkyl 
group such as cyclopentyl group or cyclohexyl group; an aralkyl group such as 2-phenylethyl group, 2-phenylpropyI 
group, or 3-phenylpropyl group; an aryl group such as phenyl group or tolyl group; an alkenyl group such as vinyl group 
or allyl group; a halogenated hydrocarbon group such as chloromethyl group, y-chloropropyl group, or 3,3,3-trif luoropro- 
pyl group; and a substituted hydrocarbon group such as y-methacryloxypropyl group, rglycidoxypropyl group, 3,4-epox- 
ycyclohexylethyi group, or y-mercaptopropyl group; and the like. Among these groups, alkyl^groups and phenyl groups 
having a carbon number of 1 to 4 are preferable in terms of their readiness of synthesis or high availability. 

Examples of hydrolyzable functional groups X are an alkoxy group, an acetoxy group, an oxime group (-0-N=C- 
RfR 1 )), an enoxy group (-0-C(R)=C(R , )R ,, ) 1 an amino group, an aminoxy group (-O-NfRJR 1 ), or an amide group (-N(R)- 
C(=0)-R') (wherein R, R' and R" are such as a hydrogen atom or an univalent hydrocarbon group each independently). 
Among these groups, alkoxy groups are preferable because they are readily available and allow a silica-dispereed orga- 
nosilane oligomer solution to be easily prepared. 

Examples of these hydrolyzable organosilanes are either of mono-, di-. tri- or tetra-functional alkoxysilanes, acetox- 
ysilanes, oximesilanes, enoxysilanes, aminosilanes, aminoxysilanes, amidosilanes, and the like with n in the general 
formula (I) being an integer of 0 tp 3. Among these compounds, alkoxy stlanes are preferable because they are readily 
available and allow a silica-dispersed organosilane oligomer solution to be easily prepared. 

More particularly, examples of tetra-altacysilanes with n=0 are tetramethoxysilane or tetraethoxysilane, while 
examples of organotrialkoxysilanes with n=1 are methyl trimethoxysilane, methyl triethoxysilane, methyl triisopropoxysi- 
lane, phenyl trimethoxysilane, 3,3,3-trifluoropropyl trimethoxysilane, and the like. Examples of di-organo dialkoxysi- 
lanes with n=2 are dimethyl dimethoxysilane, dimethyl diethoxysflane, dlphenyl dimethoxysilane, diphenyl 
diethoxysilane, methylphenyl dimethoxysilane, while examples of tri-organo alkoxysilanes with n=3 are trimethyl meth- 
oxysilane, trimethyl ethoxysilane, trimethyl isopropoxysilane, dimethylisobutyl methoxysilane, and the like. 

These hydrolyzable organosilanes represented by the general formula (I) preferably contain 50 mol% or more, 
more preferably, 60 mol% or more of trifunctional group represented by n=1 . When this proportion is less than 50 mol%! 
sufficient hardness of the coating film cannot be obtained, while the drying curability may be poor in some cases. 

Colloidal silica in the component (A) is necessary for the coating film of the coating resin composition of the inven- 
tion to have high hardness. Water-dispersible or organic-solvent-dispersible colloidal silica can be applied for this pur- 
pose. Since such colloidal silica usually contains 20 to 50 wt% of solid fraction of silica, the amount for blending silica 
can be determined from this value. When the water-dispersible colloidal silica is used, water existing as a component 
other than the solid fraction can be used for hydrolyzing the hydrolyzable organosilane in the component (A). While the 
material is usually made from water glass, such a colloidal silica is readily available in commercial products. The 
organic-solvent-dispersible colloidal silica can be easily prepared by replacing water in the water-dispersible colloidal 
silica with an organic solvent. Such an organic-solvent-dispersible colloidal silica is, like the water-dispersible colloidal 
silica, also available in commercial products. Examples of organic solvent in which the colloidal silica is dispersed are 
lower aliphatic alcohols such as methanol, ethanol, isopropanol, n-butanol, or isobutanol; ethyleneglycol derivatives 
such as ethyleneglycol, ethyleneglycol monobutylether, or ethyleneglycol acetate monoethylether; diethyleneglycol 
derivatives such as diethyleneglycol or diethyleneglycol monobutylether; and diacetone alcohol, where a solvent or a 
mixture of two or more of the solvents selected from the group consisting of these solvents can be used. Toluene, 
xylene, ethyl acetate, butyl acetate, methylethyl ketone, methydisobutyl ketone, methylethyl ketone oxime, or the like 
may also be used together with these hydrophilic organic solvents. 

In the component (A), the colloidal silica is preferably contained as a solid fraction of silica portion (in Si content as 
converted into the weight ratio of SiO^ in range of 5 to 95 wt%, more preferably 20 to 80 wt%. With the content less 
than 5 wt%, desired hardness of the coating film cannot be obtained, while with the content over 95 wt%, homogeneous 
dispersion of silica becomes difficult such that the component (A) may gelate. 

The silica-dspersed oligomer in the component (A) can be prepared by partially hydrolyzing the hydrolyzable orga- 
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nosiiane represented by the general formula (I) in the water-dispersed colloidal silica or organic-solvent-dispersed col- 
loidal silica. The amount of addition of water to the hydrolyzable organosilane is desirably 0.001 to 0.5 mole on the basis 
of one equivalence of the hydrolyzable functional group (X). With this ratio less than 0.001 mole, a sufficient amount of 
hydrolyzate cannot be obtained, while with the ratio more than 0.5 mole, the stability of partial hydrolyzate will be poor. 
The method of the partial hydrolyzation is not particularly limited but a required amount of water may be added to a mix- 
ture of the hydrolyzable organosilane with the colloidal silica, where a partial hydrolysis reaction proceeds at room tem- 
perature. For the purpose of accelerating the partial hydrolysis reaction, an organic acid or inorganic acid such as 
hydrochloric acid, acetic acid, halogenated silane, chloroacetic acid, citric acid, benzoic acid, dimethyl malonate, formic 
acid, propionic acid, glutaric acid, glycolic acid, maleic acid, malonic acid, toluenesulfonic acid, or oxalic acid may be 
used as a catalyst 

The pH value of the solution of the component (A) is preferably 2.0 to 7.0, more preferably, 3.0 to 6.0, in order to 
obtain a long-term storage stability. When the pH value is out of this range, the long-term stability may be largely dete- 
riorated under the condition that the amount of water used is 0.3 mole or more with respect to 1 equivalence of X. With 
the pH value of the component (A) out of the above range, the value may be adjusted, if in more acidic range, by adding 
basic reagents such as ammonia or ethylenediamine, and, if in more basic, by adding acidic reagents such as hydro- 
chloric acid, nitric acid or acetic acid. However, the method for adjusting the pH value is not particularly limited. 

The acrylic resin that is the component (B) is a crucial component having an effect of improving the toughness of 
the coating film derived from the coating resin composition of the invention. The acrylic resin is a copolymer of the first, 
second and third acrylates or methacrylates represented by the general formula (II). The first acrylates or methacr- 
ylates are at least one of the compounds in which R 3 in the formula (II) is a substituted or non-substituted univalent 
hydrocarbon group having a carbon number of 1 to 9 which is exemplified by an alkyl group such as methyl group, ethyl 
group, n-propyl group, i-propyl group, n -butyl group, i -butyl group, sec-butyl group, tert-butyl group, pentyl group, hexyl 
group, heptyl group or octyl group; a cycloalkyl group such as cyclopentyi group or cydbhexyt group; an aralkyl group 
such as 2-phenylethyl group, 2-phenylpropyl group or 3-phenyipropyl group; an aryl group such as phenyl group or tolyl 
group; a halogenated hydrocarbon group such as chloromethyl group, r-chloropropyl group or 3,3,3-trifluoropropyl 
group; or a hydroxy hydrocarbon group such as 2-hydroxyethyl group. The second acrylates or methacrylates are at 
least one of the compounds iri which R 3 in the formula (II) is an epaxy group, glycidyl grotp or a hydrocarbon group 
containing either one of them such as y-glycidoxypropyl group. The third acrylates or methacrylates are at least one of 
the compounds in which R 3 in the formula (II) is a hydrocarbon group containing an alkoxysilyl group or a halogenated 
silyl group such as trimethoxysilylpropyl group, dimethoxymethylsilylpropyl group, monomethoxydimethylsilylpropyl 
group, triethoxysflylpropyl group, diethoxymethylsilylpropyl group, ethoxydimethylsilylpropyl group, trichlorosilylpropyl 
group, dichloromethylsilylpropyl group or chlorodimethylsilytpropyl group. The component (B) is a copolymer of acr- 
ylates or methacrylates containing at least each one of the aforementioned first, second and third acrylates or methacr- 
ylates, i.e., at least three compounds. The component (B) may be a copolymer containing further one or more 
compounds selected from the first, second and third acrylates or methacrylates described above, or another one or 
more compounds selected from thecrylateS or methacrylates other than those described above. . 

The first acrylates or methacrylates described above are essential components for improving the toughness of the 
coating film, and besides have an effect of improving the compatibility between the component (A) and component (D). 
For that purpose, the substituted or non-substituted hydrocarbon group in R 3 desirably has a volume beyond a certain 
level, and preferably has a carbon number of 2 or more. The second acrylates or methacrylates are essential compo- 
nents for improving the adhesive property of the coating film on substrates. The third acrylates or methacrylates serve 
for forming chemical bonds among the component (A) and component (B), and the component (D) which is used when 
necessary, during the coating f flm curing process, by which the component (B) is fixed in the coating film. The third acr- 
ylates or methacrylates also have an effect of improving the compatibility among the component (A) and component 
(B), and the component (D) which is used when necessary. 

The molecular weight of the acrylic resin that is the component (B) largely affects the compatibility with the compo- 
nent (A), and component (D) which is used when necessary. When the molecular weight of the acrylic resin of the com- 
ponent (B) exceeds a weight average molecular weight of 50,000 (as converted into polystyrene), it results in a phase 
separation so that the coating f flm may be whitened. Therefore, it is desirable that the weight average molecular weight 
of the acrylic resin of the component (B). as converted into polystyrene, should be 50,000 or less, preferably 12,000 or 
less In addition, the lower limit of the weight average molecular weight of the acrylic resin of the component (B) is desir- 
ably 1000 (as converted into polystyrene). When the molecular weight is less than 1000, the toughness of the coating 
film lowers so that the film becomes easy to crack, which is not preferable. The second acrylates or methacrylates hav- 
ing an epcxy group is desirably 2% or more in the molar ratio of monomers in the copolymer. When the ratio is less than 
2%, adhesive property of the coating film will be insufficient The third acrylates or methacrylates having an alkoxysilyl 
group or a halogenated silyl group is desirably in a range of 2 to 50% in the molar ratio of monomers in the copolymer. 
When the ratio is less than 2%, compatibility of this component (B) with the component (A) and, with the component (D) 
that is used when necessary, is so poor that the coating film may be whitened. When the ratio of the component (B) 



EP 0 822 240 A1 



exceeds 50%, binding density among the component (B) and component (A), and the component (D) that is used when 
necessary, becomes so high that improvement of toughness that is the original object of adding the component (B) can- 
not be achieved. 

For the synthesis of the component (B), a radical polymerisation process by solution polymerization, emulsion 
polymerization or suspension polymerization, or an anion polymerization process, or a cation polymerization process 
in a known organic solvent is used. However, the process is not limited to these. 

In the radical polymerization process by solution polymerization, for example, monomers of the first, second or third 
acrylates or methacrylates are dissolved in an organic solvent in a reaction vessel by a known method and, after adding 
a radical polymerization initiator, the mixture is allowed to read by heating under nitrogen stream. The organic solvent 
is, although not particularly limited, for example, toluene, xylene, ethyl acetate, butyl acetate, methylethyl ketone, 
methyl-isobutyl ketone, ethyleneglycol monobutylether, diethyleneglycol monobutylether, ethyleneglycol acetate 
monoethylether, or the like. The radical polymerization initiator is, although not particularly limited, for example, cumene 
hydroxyperoxide, tert-butyl hydroxy-peroxide, dicumyl peroxide, di-tert-butylperoxide. benzoyl peroxide, acetyl peroxide, 
lauroyl peroxide, azobisisobutyronitrile, hydrogenperoxide-Fe 2+ salt persulfate-NaHS0 3 , cumene hydroperoxide^ 2 * 
salt, benzoylperoxide-dimethylaniline, peraxides-triettylaluminium, or the like. For controlling the molecular weight, 
chain transfer agents may be added. The chain transfer agents are not particularly limited but, for example, quinones 
such as monoethyl hydroquinone or p-benzoquinone; thiols such as ethyl mercaptoacetate, n-butyl mercaptoacetate, 
2-ethyIhexyl mercaptoacetate, mercaptocyclohexane, mercaptocyclopentaneor2-mercaptoethanol; thiophenols such 
as di-3-chlorobenzene thiol, p-toluene thiol or benzene thiol; thiol derivatives such as y-m^eaptopropyl trimethoxysi- 
lane; phenylpicryl hydrazine; diphenylamine; or tert-butyl catechol can be used. 

The component (C), the curing catalyst, accelerates the condensation reaction among the component (A) and 
component (C), and the component (D) that is used when necessary, thereby curing the coating film. Examples of such 
catalysts are alkyltitanates; tin carboxylates such as tin octylate, dibutyl tin dilaurylate, or dioctyl tin dimaleate; amine 
salts such as dibutylamine-2-hexoate, dimethylamine acetate or ethanolamine acetate; tert-ammonium carboxylates 
such as tetramethylammonium acetate; amines such as tetraethylpentamine; amine base silane coupling agents such 
as N-p-aminoethyl-y-aminopropylmethyl dimethoxysilane; acids such as p-toluenesulfonic acid, phthalic acid, or hydro- 
chloric acid; aluminum compounds such as aluminum alkoxydes or aluminum chelates; alkaline catalysts such as 
potassium hydroxide; titanium compounds such as tetraisopropyl titanate, tetrabutyl titanate, or titanium tetraacetylac- 
etonate; and halogenated silanes such as methyl trichlorosilane, dimethyl dichlorosilane, or trimethyl monochlorosilane. 
However, the agent is not particularly limited as far as it is effective for condensation among the component (A) and the 
component (B), and the component (D) that is used when necessary. 

TTie polyorganoslloxane containing silanol groups, which is the component (D) that is used when necessary, is a 
component which is represented by the mean composition formula (III) and which participates in the formation of the 
cured coating film by condensation reaction together with the component (A) and the component (B), thus serving for 
further improving the smoothness, mechanical strength and toughness of the coating film. Examples of R 4 in the for- 
mula (HQ are identical with those of R 1 in the formula (I), but preferably substituted hydrocaitons such as alkyl group, 
phenyl group, vinyl group, rglycidoxypeopyl group, y-aminopropyl group or 3,3,3-trifiuoropropyl group with carbon 
number 1 to 4, more preferably, methyl or phenyl group. The symbols a and b in the formula are numerals satisfying the 
relation described before. When the value of a is less than 0.2 or when the value of b is over 3, the cured coating film 
is more likely to yield cracks. When the value of a is over 2 and below 4 or when the value of b is 0.0001, the curing 
reaction does not progress. 

These pdyorganosiloxanes containing silanol groups can be obtained, for example, by hydrolyzing methyl trichloro- 
silane, dimethyl dichlorosilane, phenyl trichlorosilane, diphenyl trichlorosilane or a mixture of one or more of alkoxysi- 
lanes corresponding to these with a large amount of water by a known method. When hydrolyzation reaction is carried 
out by a known method in order to obtain the organosiloxane containing silanol groups, some aikoxisilanes may remain 
unhydrolyzed. Although this means that a polyorganosiloxane in which silanol groups and alkoxy groups coexist may 
be obtained in some cases, such a polyorganosilane can be used in this invention without causing any problems. 

The weight average molecular weight of the polyorganosiloxane containing silanol groups, which is the component 
(D), is preferably in a range of 700 to 20,000 (as converted into polystyrene). When the molecular weight is lower than 
this range, toughness of the coating film becomes low so that the film tends to develop cracks. Meanwhile, when the 
molecular weight is higher than the range, the resin in the coating film tends to undergo phase separation so as to be 
whitened. Thus, either case is not preferable. 

Preferably, the blending ratios of the component (A) and the component (B) are 1 to 99 parts by weight for (A) and 
1 to 99 parts by weight for (B), more Preferably, 5 to 95 parts by weight for (A) and 5 to 95 parts by weight for (B), where 
the total of the ratios of the component (A) and the component (B) is 100 parts by weight. In this case also, when the 
ratio of the component (A) exceeds 99 parts by weight, cracks tend to develop in the coating film, while when the ratio 
is less than 1 part by weight, sufficient hardness of the coating film cannot be obtained. 

When the coating resin composition further contains the component (D), the blending ratios of the component (A), 
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the component (B) and the component (D) are preferably 1 to 94 parts by weight for (A), 5 to 50 parts by weight for (B), 
and 1 to 94 parts by weight for (D); more preferably, 20 to 94 parts by weight for (A), 5 to 50 parts by weight for (B) f and 
20 to 94 parts by weight for (D), where the total of the ratios of the components (A), (B) and (C) is 100 parts by weight. 
When the ratio of the component (A) exceeds 94 parts by weight, cracks tend to develop in the coating f flm, while when 
the ratio is less than 1 part by weight, sufficient hardness of the coating film cannot be obtained. When the ratio of the 
component (B) exceeds 50 parts by weight, weatherability of the coating film cannot be obtained, while when it is less 
than 5 parts by weight, sufficient toughness cannot be obtained. 

The amount of addition of the component (C) is preferably 0.00 1 to 1 0 parts by weight on the basis of a total amount 
of 100 parts by weight of the component (A), the component (B), and the component (D) that is used when necessary. 
When the amount is less than 0.001 part by weight, the resin will not cure at ordinary temperature in some cases, while 
when the amount is over 10 parts by weight the resin will deteriorate in heat resistance and weatherability in some 
cases. 

The coating resin composition of the invention can be formed into a paint by adding pigments thereto. The pigments 
to be added are preferably organic pigments such as carbon black, quinacridone, naphthol red, cyanine blue, cyanine 
green or hanza yellow; or inorganic pigments such as titanium oxide, barium sulfate, rouge or complex metal oxides. 
One or more of the sifcstances selected from these groups can be combined for use. Although the amount of addition 
of the pigment is not particularly limited because the masking property differs depending on the kind of the pigments, 
the preferable amount is 5 to 80 parts by weight on the basis of 1 00 parts by weight of the total solid fraction in the com- 
ponent (A) and the component (B), and the component (D) that is used when necessaryJA/hen the amount is less than 
5 parts by weight, the masking property will be poor, while when the amount is more than 80 parts by weight, the coat- 
ing film may be poor in smoothness. Dispersion of the pigment may be carried out by a conventional process. In this 
process, dispersing agents, dispersing aids, thickening agents, cotpiing agents, or the like may be used together. 

The thickness of the coating film may be 0.1 to 100 jim without being particularly limited. However, it is preferably 
1 to 50 urn in order that the coating film is maintained in stable adhesion for a long term without developing any cracks 
or peeling. 

The coating resin composition of the invention can be applied for coating by conventional methods of application, 
where such various methods of application as brush painting, spraying, immersion, flow, roll, curtain or knife coating 
process may be selected. The ratio of dilution with organic solvents is not particularly limited and may be selected as 
required. 

To the coating resin composition of the invention, leveling agents, thickening agents, pigments, dyes, aluminum 
paste, glass frit, metal powder, anti -oxidant or ultraviolet-absorbing agents may be added, as required, within such a 
range that it will not adversely affect the effects of the invention. 

The coating resin composition of the invention is preferably applied as a two-part resin composition, where the fol- 
lowing method (1), (2) or (3) are exampled: 

(1) A method being used by mixing a resin solution containing the component (A) and the component (B) with a 
resin solution containing the component (C); 

(2) A method being teed by mixing a resin solution containing the component (A) and the conrponent (C) with a 
resin solution containing the component (B); or 

(3) A method being used by mixing a resin solution containing the component (A) with a resin solution containing 
the component (B) and the component (C). 

And in case that the coating resin composition of the invention further contains the component (D), this coating 
resin composition can be applied as another two-part resin composition, where the following method (4), (5) or (6): 

(4) A method being used by mixing a resin solution containing the component (A), the component (B) and the com- 
ponent (C) with a resin solution containing the component (D); 1 

(5) A method being used by mixing a resin solution containing the component (A) and the corrponent (C) with a 
resin solution containing the component (B) and the component (D); or 

(6) A method being used by mixing a resin solution containing the component (A), the component (B) and the com- 
ponent (C) with a resin solution containing the component (C) and the component (D). 

In the method described in (1) to (6), although more concrete method of mixing each component is not particularly 
limited, in case of the method (4), a method which mixes a resin solution containing the component (A) with a resin solu- 
tion containing the component (B) and then further mixes a resin solution containing the component (c) thereto, (where 
it is possfole to accelerate the reaction by heating at 60°C), further mixes a resin solution containing the component (D) 
into that is exampled. Incidentally, it is sufficient for mixing of each component to do by a known method such as using 
of a stirrer, however means of mixing thereof is not limited to these. 

Further, the coating resin composition according to the present invention affords the following resin-coated article. 

This resin-coated article comprises a cured resin layer of the coating resin composition according to the present 
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invention on the surface of a substrate. 

The thickness of the cured resin layer, although is not particularly limited, may be 0. 1 to 1 00 jim. However, it is pref- 
erably 1 to 50 urn in order that the coating film is maintained in stable adhesion for a long term without developing any 
cracks or peeling. 

5 The resin-coated article according to the present invention may comprises at least two resin layers on the surface 
of the substrate as the occasion demands. In this case, at least one of these resin layers is the cured resin layer of the 
coating resin composition according to the present invention. That is, all the resin layers mentioned above does not 
need to be the cured resin layer of the coating resin composition according to the present invention, the cured resin 
layer of the coating resin composition according to the present invention and a cured resin layer of a coating resin com- 

10 position other than the present invention may be intermingled. 

Usable coating resin compositions other than the present invention are not particularly limited but, for example, 
phthaiic resin enamel (such as Unipack 200 made by Nihon Paint Co. Ltd. in Japan), polyurethane resin coating (such 
as Toa Urethane #100 made by Toupe Co. Ltd. in Japan), acrylic resin (such as AP Enamel made by Kansai Paint Co. 
Ltd. in Japan). These are used for a purpose such as protection of organic coating film poor in weatherability and low 

is in hardness, provision of design for the cured resin layer of the coating resin composition according to the present 
invention by organic coating. 

The thickness of the coating resin compositions other than the present invention, mentioned above, is not particu- 
larly limited but, preferably may be 0.1 to 100 fim, more preferably 1 to 50 urn. When the thickness is less than 0.1 fim, 
there are problem such as that the masking property will be poor, uniformity of coating film.vyill hard to obtain, and the 

20 like. While when the thickness is more than 1 00 urn, there are problem such as that cracks will easily develop in coating 
film. 

Preferably, the resin-coated article according to the present invention further comprises a primer layer as a first 
layer between the substrate and the resin layer (which is the most under layer, if number of the resin layer is the plural- 
ity.) in order to obtain high adhesion. 
25 The thickness of the primer layer is not particularly limited but, preferably may be 0.1 to 50 iim, more preferably 0.1 
to 10 jim. When the thickness is too thin, there are problem such as that uniformity of coating film will hard to obtain. 
While when the thickness is too thick, there is a fear of foaming during drying process. 

The primer layer is, for example, a cured resin layer of a primer composition which contains, 10% by weight and 
more as a solid fraction, at least one selected from the group consisting of an epoxy resin, an acrylic resin, an acrylic 
so silicone resin, a chlorinated rubber resin, an urethane resin, a phenolic resin, a polyester resin and a melamine resin. 

The primer layer is not limited to what mentioned above. For example, the primer layer may be a cured resin layer 
of a primer composition which consists essentially of: 

(a-1 ) 1 00 parts by weight of an isocyanate prepolymer containing at least of two isocyanate groups but no urethane 
35 bond in the one molecule; 

(b-1 ) 1 to 100 parts by weight of an organic silicon compound containing at least one mercapto group and at least 
two alkoxy groups in the one molecule; 

(c-1) 100 or less parts by weight of an epoxy-modif ied silicon resin; and 

(d-1) 0.01 to 30 parts by weight of an organotin compound and/or a tin salt of organic acid. 

40 

In case it is required not to change color by light, the isocyanate groups contained in the component (a-1) are pref- 
erably not bonded to a benzene ring directly. 

A concrete example of component (a-1) is exampled, although not particularly limited, hexamethylenediisocyanate, 
tolylenediisocyanate, m-xylylenediisocyanate, tris(2-hydroxyethyl)isocyanate, and the like, further exampled partial 
45 hydrolysis products or trimerizates of these, also exampled reaction products of mixture of tfiese isocyanates. Among 
of these, in terms of weatherability, what contains no urethane bond and is not bonded to a benzene ring directly is pref- 
erable in the present use. Examples of them are compounds such as shown in following formula (IV) or (V) having bullet 
bonds, or such as shown in following formula (VI), (VII), (VIII), or (IX) having isocyanurate rings. These are used singly, 
or are used in combination of the plural thereof. 

so 
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The organic silicon compound of the component (b-1 ) is a silane coupling agent which has mercapto groups react- 
ing with organic compounds and alkoxy groups reacting with inorganic compounds, and acts as adhesion-improving 
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agents. The organic silicon compound is, although not particularly limited, for example, a silane such as 
HS(CH 2 ) 3 Si(OCH3)3, HS(CH 2 ) 3 Si(OC 2 H5) 3 , HS(CH 2 ) 2 Si(OCH 3 ) 3 . HSCCHfefcSitOCgH^, HSCCH^SKCH^tOCH^, 
and the like, and h/drolyzate thereof. These may be used singly, or may be used in combination of the plural thereof. 

The amount of blending of the organic silicon compound of the component (b-1) is 1 to 100 parts by weight pref- 
erably 1 to 1 00 parts by weight, on the basis of the amount of 1 00 parts by weight of the isocyanate prepolymer of the 
component (a-1). When the blending ratio of the organic silicon compound is less than 1 parts by weight, sufficient 
adhesion is not shown, and also strength of coating film may be inferior, while when the blending ratio is more than 10 
parts by weight, adhesion tends to lower on the contrary. 

The epoxy-modif ied silicon resin of the component (c-1) contributes to improve adhesion and resistance to ultravi- 
olet of the primer. The epoxy resin component is a low polymer or a polymer which contains a compound having oxirane 
oxygen such as glycidyl group, 3,4-oxycyclohexyl group, and the like. The epoxyresin component may be used every 
kind of acid anhydride, amine, and the like, as curing agent. These curing agent component is, although not particularly 
limited, for example, phthalic anhydride, maleic anhydride, hexahydrophthalic anhydride, pyromellitic acid anhydride, 
dodecylsuccinic acid anhydride, and the like. These may be used singly, or may be used in combination of the plural 
thereof. 

The amount of Wending of The epoxy-modif ied silicon resin of the component (c-1) is, as the solid content, 100 
parts by weight and less, preferably 3 to 50 parts by weight, on the basis of the amount of 100 parts by weight of the 
isocyanate prepolymer of the component (a-1). The blending ratio of the epoxy-modified silicon resin being over 100 
parts by weight may impair weatherability and adhesion, and also is unfavorable in terms of stability of the primer resin. 

The organotin compound and/or the tin salt of organic acid 
of the component (d-1) functions as reaction catalyst for other contents containing in the primer such as isocyanate 
groups, alkoxysilyl groups, silanol groups. Such the tin compound is, although not particularly limited, for example, tin 
carboxylates such as tin octoate; organotin carboxylates such as dibutyltin acetate, dibutyltin laurate, dibutyltin maleate 
or dibutyltin phthalate; deesterification reaction products of these compounds and alkoxysilanes such as tetramethox- 
ysilane or tetraethoxysilane; reaction products of organotin oxides such as dibutyltin oxide or ester thereof; and the like. 

The amount of blending of the component (d-1) is 0.01 to 30 parts by weight, preferably 0.05 to 10 parts by weight, 
on the basis of the amount of 100 parts by weight of the isocyanate prepolymer of the component (a-1). When the 
amount of blending of the component (d-1) is less than 0.01 parts by weight, adhesion, especially adhesion water 
resistance may lower, while when the amount of blending is more than 30 parts by weight, there is a tendency to cause 
problems in workability of coating, because of the rate of cure of the primer composition becomes too large. 

The primer composition consisting essentially of every component mentioned above is appropriately diluted by 
organic solvents, in order to ease working of coating, and also for the purpose of giving shelf stability. Such the solvent 
is, although not particularly limited, for example, carboxylates such as ethyl acetate or butyl acetate; ketones such as 
acetone or methylethyl ketone; aromatic compounds such as toluene, xylene or benzene; ethers such as diethyl ether, 
tetrahydrofuran or dioxane; and heterocyclic compounds containing oxygen. These solvents may be used singly, or may 
be used in combination of the plural thereof. 

Also, the primer layer is not limited to what mentioned above. For example, the primer layer may be a cured resin 
layer of a primer composition which consists essentially of: 

(a-2) 100 parts by weight of a hydrolyzable-group-containing vinyl copolymer prepared by copolymerizing 99.5 to 
75 mol% of an ethylene-type monomer and an unsaturated-group-containing silicon compound represented by a 
general formula RSiX^R'^^ (wherein R is an univalent hydrocarbon group containing a vinyl group, R* is an uni- 
valent hydrocarbon group having a carbon number of 1 to 10, X is a hydroiyzable functional group selected from 
the group consisting of an alkoxyl group having a carbon number of 1 to 4, an alkoxyalkoxyl group having a carbon 
number of 2 to 6, and an oxime group having a carbon number of 2 to 4, m is an integer of 1 to 3); and 
(b-2) 0.1 to 50 parts by weight of an epoxy-modified silicon resin. 

The ethylene-type monomer being raw material of the component (a-2) is, although not particularly limited, for 
example, alkyl acrylates (methacrylates) such as methyl acrylate, methyl methacrylate, ethyl acrylate, ethyl methacr- 
ylate, propyl acrylate, propyl methacrylate, butyl acrylate. butyl methacrylate. hexyl acrylate, hexyl methacrylate or 2- 
ethylhexyl acrylate; conjugated dienes such as styrene, vinyltoluene or a-methylstyrene; vinyl esters of saturated fatty 
acid having a carbon number of 1 to 12 such as vinyl acetate or vinyl prorionate; and the like. 

In the unsaturated-group-containing silicon compound being another raw material of the component (a-2) and rep- 
resented by a general formula RSiX m R'p_ m) , examples of the univalent hydrocarbon group R containing a vinyl group, 
which is recommended in terms of readiness of synthesis or high availability of raw material, are vinyl, aryl, 3-acryJoxy- 
propyl, 3-methacryloxypropyl, p-vinylphenyl, and the like. Examples of the hydroiyzable functional group X are alkoxy 
groups having a carbon number 1 to 4 such as methoxy, ethoxy, p-propoxy or n-butoxy; alkoxyalkoxyl groups having a 
carbon number 2 to 6 such as methoxyethoxyl or ethoxyethoxyl; acyloxy such as acetoxy; oxime groups having a car- 
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bon number 2 to 4 such as methylethylketoxime; and the like. The number m in the hydrolyzable functional group X is 
selected from then integer 1 to 3, preferably is 2 or 3 in means of being formed network structure within a short time, 
and more preferably is 3. Concrete examples of these unsaturated-group-containing silicon compound is. although not 
particularly limited, for example, vinyitrimethoxysilane, vinyltriethoxysilane, vinyltris(ethoxyethoxy)silane, vinyltris(meth- 
ylethylketoximejsilane, aryitrimethoxysilane, aryltriethoxysilane, aryltris(methylethylketoxime)silane, 3-acryfoxypropyft- 
rimethoxysilane, 3-acryloxypropyltris{ethoxyethoxy)silane t S-acrytoxypropyltrislmethylethylketoximeJsilane, 3- 
methaayloxypropyl(ethoxyethoxy)silane, 3-methacryloxypropyl(methylethylketoxime)silane l and the like. 

The hydrolyzable-group-containing vinyl copolymer of the component (a-2), for example, is obtained by allowing to 
react the ethylene-type monomer and the unsaturated-group-containing silicon compound which mentioned above, 
under a condition such as at temperature of 50 to 150°C under the presence of organic solvent and a free-radical initi- 
ator. The free-radical initiator is, although not particularly limited, for example, azo compounds or organic peroxides, 
concretely such as azobisisobutyionitrile, t-butyl hydroperoxide, cumene hydroperoxide, di-t-butyl peroxide, dicumyl 
peroxide, benzoyl peroxide, t-butyl perbenzoate, acetone peroxide, and the like. The amount of the free-radical initiator 
is. although not particularly limited, suitable for the range of 0.01 to 1% by weight on the basis of a total amount of the 
ethylene-type monomer and the unsaturated-group-containing silicon compound. When this polymerization is done, it 
is possible to control a molecular weight by using chain transfer agents such as n-propanethiol, 1-hexanethiol, 1- 
decanethiol, benzenethiol, 3-mercaptpropyltrimethQxysilane or 3-mercaptpropyltriethoxysilane. 

Desirably the ratio of the ethylene-type monomer and the unsaturated-group-containing silicon compound is 99.5 
to 75 mol% for the ethylene-type monomer and 0.5 to 25 mol% for the unsaturated-group=containing silicon compound. 
When the amount of using of the unsaturated-group-containing silicon compound is less than this range, weatherability 
of coating film lowers, which is not preferable. While when the amount of using is more than this range, the primer layer 
becomes brittle, which is not preferable. 

The epoxy-modified silicon resin of the component (b-2) is ,although not particularly limited, for example, the same 
as the epoxy-modified silicon resin of the component (c-1). The amount of using of the epoxy-modified silicon resin is 
desirably 0.1 to 50 parts by weight as the solid content, on the basis of the amount of 1 00 parts by weight of the hydro- 
lyzable-groip-containing vinyl copolymer of the component (a-2). In case that the amount of using is less than 0.1 to 
parts by weight, there is a fear of being bad for weatherability and toughness of coating film, while in case that the 
amount of using is more than 50 parts by weight, adhesion may lower, which is not preferable. 

The primer composition containing the component (a-2) and the component (b-2) may further contain a curing cat- 
alyst, as the occasion demands. The amount of using of the curing catalyst is desirably less than 20 parts by weight on 
the basis of the amount of 1 00 parts by weight of the hydrolyzable-group-containing vinyl copolymer. When the amount 
of using is more than 20 parts by weight, the curing catalyst oozes out on the surface of the primer film so that adhesion 
is hindered, which is not preferable. Concrete examples of the curing catalyst is, although not particularly limited, metal- 
lic salts of carboxylic acid such as dibutyltin laurate, dibutyltin acetate, dibutyltin tri(2-hexoate), stannous caprylate, tin 
naphthenate, tin oleate, iron 2-ethylhexoate, lead 2-ethyloctoate, cobalt 2-ethyihexoate, manganese 2-ethylhexoate, 
zinc 2-ethylhexoate, titanium naphthenate, zinc naphthenate, cobalt naphthenate or zinc stearate; organic titanate such 
as tetrabutyl titanate or tetra(isopropenyloxy) titanate; organotitanium compounds such as organosiloxytitanium or p- 
carbonyltitanium; aminoalkyi group-substituted alkoxysilanes such as r-aminopropytoiethoxysilane or N-{trimethoxysir- 
ylpropyOethylenediamine; amine compounds or salts thereof such as hexylamine or dodecylamine phosphate; quater- 
nary ammonium salts such as benzentriethylammonium acetate; lower fatty acid salts of alkali metal such as potassium 
acetate, sodium acetate or lithium oxalate; diaikylhydraxylamines such as dimethylhydroxylamine or diethythydroxy- 
lamine; guanidine compounds such as tetramethylguanidine; guanidine-group-containing silane or siloxane com- 
pounds; and the like. 

Either of the primer composition which described above may further contain, as the occasion demands, other addi- 
tional agents like coloring pigments such as titanium oxide, carbon black, iron oxide, and the like. A method of applica- 
tion of the primer composition is not particularly limited but, for example, brush painting, spraying, roll coater or flow 
coater can be used. Then, the thickness of the coating film is preferably 0.5 to 1 0 urn. Although a method of drying and 
curing is not particularly limited, for example, treating in drying oven at temperature of 80°C during 1 0 to 20 minutes can 
be applied. 

At least one of the resin layer may be a cured resin layer with a pattern formed by a divisional coating and/or a wet- 
on-wet coating of a resin composition containing at least two pigments. 

At least one of the resin layer may be a cured resin layer of the coating resin composition containing at least one of 
a pigment, and then, on this cured resin layer of the coating resin composition, a cured resin layer of the coating resin 
composition not containing any pigments may be formed. 

The resin-coated article according to the present invention may being done at least one of processings selected 
from the bending, a drawing, a punching, a boring, a cutting, and a pressing. 

Next a method for producing of the resin-coated article according to the present invention are described. 

This method for producing of the resin-coated article according to the present invention comprises a step of forming 
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at least one resin layer on the surface of a substrate. At least one the resin layer is formed by curing the coating resin 
composition according to the present invention after coating the coating resin composition on the surface of the sub- 
strate. 

The method for producing off the resin-coated article according to the present invention may further comprises a 
step of forming a primer layer as a f irst layer on the surface of the substrate. 

The method for producing of the resin-coated article may be done a adjustment of scattering of suction on the sur- 
face of the substrate by sealing the surface of the substrate with solvent-soluble, water-soluble or emulsion sealers 
according to a kind of the substrate, in preference to form the primer layer. The sealers being used are not particularly 
limited but for example, acrylic or latex sealers can be used. 

The method for producing of a resin-coated article according to the present invention may further comprises a step 
of doing at least one of processings selected from the bending, a drawing, a punching, a boring, a cutting, and a press- 
ing, after forming the primer layer and/or the resin layer on the surface of the substrate. 

The method for producing of a resin-coated article according to the present invention may further comprises a step 
of at least one resin layer after doing the processings. 

Next the substrate used in the present invention are described. 

Concrete examples of the substrate is, although not particular limited, for example, plastics such as polycarbonate 
resin, acrylic resin or ABS resin; steels such as stainless or iron; glasses; woods; papers; wall materials such as cement 
or plaster; inorganic curing bodies; ceramics such as alumina; and the lite. Further, the coating resin composition 
according to the present invention may be used, in spite of the substrate, in use of surfaceiprotection of coatings con- 
sisting of acrylic, alkyd, polyester, epaxy, or urethane coating. 

Concrete examples of the inorganic curing bodies are given in what folows. 

Inorganic hang-up materials having hydraulic property which are the raw material of the inorganic curing bodies are 
not particular limited but for example, one or more kinds selected from portiand cement, blast furnace cement, blast 
furnace slug, calcium silicate, gypsum, and the like, are useable. 

The inorganic hang-up materials are usually blended with inorganic fillers, fiber materials, and the like. They are not 
particular limited but. the inorganic fibers can be selected from fly ash, micro silica, silica sand, and the like; while the 
fiber materials can be selected from pulp, synthetic fiber, inorganic fibers such as asbestos, fibers such as metal fiber, 
and the like; and then, they are used singly or mixing more together. 

The raw material of the inorganic curing bodies made up like this could form by processes such as extrusion mold- 
ing, casting, paper making or pressing, since then, that is, although not particular limited, suitable to cure by autoclave 
setting, steam setting, cold setting, and the like. 

Preferably the inorganic curing bodies being obtained has bulk density of 0.5 g/cm 3 and more, and dimensional 
change of 0.5% and less under a condition changing from the saturated-water-containing to the absolute drying, more 
preferably, that is selected what has bulk density of 0.7 g/cm 3 and more, and dimensional change of 0.4% and less. 
When the density being is less than 0.5 g/cm 3 , suction of the primer composition and the coating resin composition of 
the invention is so extreme that adhesive property is hard to demonstrate, besides appearance of coating film is liable 
to become bad. 

The inorganic curing bodies may have a tongue processed portion and/or a uneven design as the occasion 
demands. Examples of the inorganic curing bodies like this is what is processed at sizes (unit is mm) and shapes shown 
in figure 1 and 2, but is not limited to this. 

Examples 

Concrete examples of the invention and comparative examples will be described below, tjut the invention is not lim- 
ited to the following examples. The terms "part" and "%" that appear throughout the following description all denote 
"parts by weight" and "% by weight", respectively. 

First, examples of the process for preparing the component (A) are described. 

(Preparation Example A-1 ) 

In a flask equipped with a stirrer, a heating jacket, a condenser and a thermometer, were placed 100 g of IPA-ST 
(colloidal silica sol dispersed in isopropanol: particle size 10 to 20 nm, solid fraction 30%, water content 0.5%, made by 
Nissan Kagaku Kogyo Co. Ltd. in Japan), 68 g of methyl trimethoxysilane and 10.8 g of water. These were hydrolyzed 
at 65°C for 5 hours with stirring and then cooled, by which a component (A) was obtained. The product had a solid frac- 
tion of 36% after being allowed to stand at room temperature for 48 hours. The component (A) obtained by this process 
is referred to as A-1. 
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Preparation conditions of A-1 : 

• Moles of water to 1 mole of hydrolyzable functional group: 0.1 

• Silica content of the component (A): 47.3% 

• Mol% of hydrolyzable organosilane with n=1 : 100 mol% 

(Preparation Example A-2) 

In a flask equipped with a stirrer, a heating jacket, a condenser and a thermometer, were placed 100 g of XBA-ST 
(colloidal silica sol dispersed in methanol: particle size 10 to 20 nm, solid fraction 30%, water content 0.5%, made by 
Nissan Kagaku Kbgyo Ca Ltd. in Japan), 68 g of methyl trimethoxysilane, 49.5 g of phenyl trimethoxysilane, 16.0 g of 
water and 0.1 g of acetic anhydride. These were hydrolyzed at 60°C for 5 hours with stirring and then cooled, by which 
a component (A) was obtained. The product had a solid fraction of 41% after being allowed to stand at room tempera- 
ture for 48 hours. The component (A) obtained by this process is referred to as A-2. 

Preparation conditions of A-2: 

• Moles of water to 1 mole of hydrolyzable functional group: 0.4 

• Silica content of the component (A): 31 .3% 

• Mol% of hydrolyzable organosilane with n=1 : 100 mol% 

The process of preparing the component (B) is as follows: 
(Preparation Example B-1) 

In a flask equipped with a stirrer, a heating jacket a condenser, a dropping funnel, a nitrogen-gas intake/discharge 
hole, and a thermometer, was placed a reaction solution in which 5.69 g (40 mmol) of n-butyl methacryiate (BMA) K 1 .24 
g (5 mmol) of trimethoxysilyipropyi methacryiate (SMA) and 0.71 g (5 mmol) of glycidyl methacryiate (GM A), and further 
0.784 g (4 mmol) of y-mercaptopropyl trimethoxysilane as a chain transfer agent had been dissolved in 8.49 g of tolu- 
ene, and a solution in which 0.025 g (0.15 mmol) of azobisisobutyronitrile had been dissolved in 3 g of toluene was 
added dropwise under nitrogen stream. The mixture was allowed to react at 70°C for 2 hours. A polymer with a weight 
average molecular weight of 1 ,000 was obtained and this acrylic resin solution was used as the component (B) per se. 
This product is referred to as B-1 . The molecular weight was determined as a value converted into that of the standard 
polystyrene, by gel permeation chromatography (measuring instrument model: HLC-802UR, made by Toso Co. Ltd. in 
Japan). The molecular weights that appear hereinafter was measured in the same manner. 

Preparation conditions of B- 1 : 



• Monomer molar ratio: 


BMA/SMA/GMA 


= 8/1/1 




• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



(Preparation Example B-2) 

By the same procedure as in the preparation example B-1, into a reaction solution in which 4.98 g (35 mmol) of n- 
butylmethacrylate (BMA). 2.48 g (10 mmol) of trimethoxysilyl-propyl methacryiate (SMA), 0.71 g (5 mmol) of glycidyl 
methacryiate (GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 9.26 g of tolu- 
ene, a solution in which 0.025 g (0.15 mmol) of azobfeisobutytonitrfle had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-2. 



15 



Preparation conditions of B-2: 



EP 0 822 240 A1 



• Molar ratio of the monomers: 


BMA/SMA/GMA * 7/2/1 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



io (Preparation Example B-3) 

By the same procedure as in the preparation ©cample B-1 , into a reaction solution in which 4.27 g (30 mmol) of n- 
butylmethacrylate (BMA), 3.73 g (15 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of glycidyl 
methacrylate (GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 10.10 g of tol- 
uene, a solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-3. 

Preparation conditions of B-3: 



75 



20 



25 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 6/3/1 


• Weight average molecular weight: 


1.000 


• Solid fraction content: 


40% 



30 



(Preparation Example B-4) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 3.56 g (25 mmol) of n- 
butylmethacrylate (BMA), 4.97 g (20 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of glycidyl 
methacrylate (GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 10 90 g of tol- 
uene, a solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-4. 

Preparation conditions of B-4: 





• Molar ratio of the monomers: 


BMA/SMA/GMA ■ 5/4/1 


40 


• Weight average molecular weight: 


1,000 




• Solid fraction content: 


40% 



45 



50 



(Preparation Example B-5) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 2.84 g (20 mmol) of n- 
butylmethacrylate (BMA), 6.21 g (25 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of glycidyl 
methacrylate (GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 1 1 68 g of tol- 
uene, a solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-5. 



55 
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• Molar ratio of the monomers: 


BMA/SMA/GMA = 4/5/1 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



10 (Preparation Example B-6) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 2.13 g (1 5 mmol) of n- 
butylmethacrylate (BMA), 7.45 g (30 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of gtyctdyl 
methacrylate (GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 12.47 g of tol- 
ls uene, a solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-6. 

Preparation conditions of B-6: 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 3/6/1 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



(Preparation Example B-7) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 1 .42 g (10 mmol) of n- 
so butylmethacrylate (BMA), 8.69 g (35 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of glyctdyl 
methacrylate (QMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 13.27 g of tol- 
uene, a solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-7. 

35 Preparation conditions of B-7: 





• Molar ratio of the monomers: 


BMA/SMA/GMA = 2/7/1 


40 


• Weight average molecular weight: 


1,000 




• Solid fraction content: 


40% 



(Preparation Example B-8) 

45 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 0.71 1 g (5 mmol) of n- 
butylmethacryiate (BMA), 9.93 g (40 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of glycidyl 
methacrylate (GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 14.06 g of tol- 
uene, a solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
so dropwise so that the mixture was allowed to react. The product is referred to as B-8. 
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• Molar ratio of the monomers: 


BMA/SMA/GMA *= 1/8/1 


• Weight average molecular weight: 


1,000 


* Solid fraction content: 


40% 



(Comparative Preparation Example B-1 ) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 7.1 1 g (50 mmol) of n- 
butylmethacrylate (BMA), 0 g (0 mmol) of trimethoxysilylpropyl methacrylate (SMA). 0 g (0 mmol) of glycidyl methacr- 
ylate (GMA) and 0784 g (4 mmol) of rmercaptopropyl trimethoxy-silane had been dissolved in 7.7 g of toluene, a solu- 
tion in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added dropwise so 
that the mixture was allowed to react The product is referred to as a comparative component B-1 . 

Preparation conditions of B-1 : 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 10/0/0 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



(Comparative Preparation Example B-2) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 0 g (0 mmol) of n-butyl- 
methacrylate (BMA), 12.4 g (50 mmol) of trimethoxysilyl-propyi methacrylate (SMA), 0 g (0 mmol) of glycidyl methacr- 
ylate (GMA) and 0.784 g (4 mmol) of r-mercaptopropyl trimethoxy-silane had been dissolved in 15.6 g of toluene, a 
solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added dropwise 
so that the mixture was allowed to react. The product is referred to as a comparative component B'-2. 

Preparation conditions of B'-2: 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 0/10/0 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



(Comparative Preparation Example B -3) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 0 g (0 mmol) of n-butyl- 
methacrylate (BMA), 0 g (0 mmol) of trimethoxysilylpropyl methacrylate (SMA), 7.1 g (50 mmol) of glycidyl methacrylate 
(GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 7.65 g of toluene, a solution 
in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added dropwise so that 
the mixture was allowed to react The product is referred to as a comparative component B'-3. 
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• Molar ratio of the monomers: 


BMA/SMA/GMA = 0/0/10 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



Next, examples for preparing the component (D) are descrtoed below. 
(Preparation Example D-1) 

In a flask equipped with a stirrer, a heating jacket, a condenser, a dropping funnel and a thermometer, was placed 
a solution of 220 g (1 mol) of methyttriisopropoxy silane with 150 g of toluene, and 108 g of a 1% aqueous solution of 
hydrochloric acid was added into the mixed solution in 20 minutes to hydrolyze methyltripropoxy silane. Stirring was 
stopped 40 minutes after the dropwise addition and, out of two separated layers, the lower layer of a mixed solution of 
water and isopropyl alcohol containing a small amount of hydrochloric acid was separated The left resin solution of tol- 
uene had the remaining hydrochloric acid removed by washing with water, and besides tohiene evaporated off in vacuo, 
and then diluted with isopropyl alcohol. Thus, a 40% isopropyl alcohol solution of an organopolysiloxane containing sila- 
nol groups with weight average molecular weight about 2,000 was obtained. This product is referred to as D-1. 

(Preparation Example D-2) 

In a flask equipped with a stirrer, a heating jacket, a condenser, a dropping funnel and a thermometer, were placed 
1.000 g of water and 50 g of acetone, and further a solution in which 44.8 g (0.3 mol) of methytoichlorosilane and 84.6 
g (0.4 mol) of phenyltrichlorosilane had been dissolved in 200 g of toluene was added dropwise with stirring so that 
hydrolysis was effected. Stirring was stopped 40 minutes after the dropwise addition and the reaction solution was 
moved into a separating funnel and allowed to stand still. Thereafter, out of two separated layers, the lower-layer hydro- 
chloric acid solution was separated and removed. Next, water and hydrochloric acid remaining in the upper-layer tolu- 
ene solution of organopolysiloxane was removed by reduced-pressure stripping together with excess toluene. Thus, a 
toluene 60% solution of organopolysiloxane containing sllanol groups with weight average molecular weight about 
3,000 was obtained. This product is referred to as D-2. 

Examples 1 to 20 and Comparative Examples 1 to 8: 

(Coating resin compositions as clear paints) 

Components shown in Tables 1 to 4 were mixed in the ratios listed in the tables and diluted with isopropyl alcohol 
so that the solid fraction would be 25% in every case, by which coating resin compositions were obtained. The coating 
resin compositions obtained were applied by spray coating onto aluminum-flame-sprayed test pieces (trade name: 
Alstar, made by Nihon Test Panel Co. Ltd.; size 150 mm x 70 mm x 0.3 mm) so that the coating fflm would have a film 
thickness of 30 pm after curing. By a 20 minute curing process at a curing temperature of 100°C, coating films were 
formed and tested for coating film characteristics. The coating fflm characteristic test wa? conducted by the following 
evaluation criteria: 

Adhesion: Adhesive property to the substrate was evaluated by a pealing test using checkered adhesive tape (cel- 
lophane tape); 

Hardness of coating film: By a pencil hardness test (pursuant to JIS K5400); 

Solvent resistance: The coating film was lightly pressed with a sheet of gauze dipped with toluene, and rubbed 1 00 
times in reciprocatioa By observing the state of the coating film during this process, those which had remained 
unchanged were taken as successfully cured. 

Boiling water resistance: After placing the test piece in boiling city water for 16 hours, it was left at room tempera- 
ture for 1 hour. By observing the state of the coating film, those which had remained unchanged were taken as 
good. 

Weatherability: After a 2500 hour irradiation by a sunshine weatheromater (pursuant to JIS K54O0), the coating film 
was observed and those which had remained unchanged were taken as good. 
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SS !" in j! b,e ! u 1 to 4> *• • 0MBn 8 ^in compositions of Examples showed that their coating films were good in 

22 "I?.? 6 i^' 00, COatin9 ,ilm hardnesSl so,vent ^stance, boiling water resistance and weatherability, as 
compared with those of Comparative Examples. 

Examples 21 to 28 and Comparative Examples 9 to 16: 

(Coating resin compositions as clear paints) 

Components shown in Tables 5 to 7 were mixed in the ratios listed in the tables and diluted with isopropyl alcohol 
so that the solid fraction would be 25% in every case, by which coating resin compositions were obtained, the method 
of fabricating coating films and the method of evaluating the coating films were the same as in the cases shown in 
Taoies 1 to 4. New methods for preparing the component (B) are shown below: 

(Preparation Example B-9) 

. J* y ^ e Procure as in the preparation example B-1 . into a reaction solution in which 5.69 g (40 mmol) of n- 
butylmethacrylate (BMA), 1.24 g (5 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of glycidyl 
methacrytate (GMA) and 0.196 g (1 mmol) of rmercaptopropyl trimethoxy-silane had been dissolved in 8.49 g of tolu- 
rj^°° 25 9 {0 ; 1 5 mrnol) * azobisisobutylonitrile had been dissolved VTS g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-9. 

Preparation conditions of B-9: 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 8/1/1 


• Weight average molecular weight: 


3,000 


• Solid fraction content: 


40% 



(Preparation Example B-1 0) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 5.69 g (40 mmoD of n- 
but^methacrylate (BMA), 1.24 g (5 mmol) of trimethoxysilyl-propyl methacrylate (SMA). 0.71 g (5 mmol) of glycidyl 
methacrylate (GMA) and 0.098 g (0.5 mmol) of j-mercaptopropyl trimethoxy-silane had beendissolved in 8.49 g oS 
uene, a solution m which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-1 0. 

Preparation conditions of B-10: 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 8/1/1 


• Weight average molecular weight: 


5.000 


• Solid fraction content: 


40% 



(Preparation Example B-1 1) 

By the same procedure as in the preparation example B-1 . into a reaction solution in which 5.69 g (40 mmol) of n- 
butymethacryiate (BMA). 1.24 g (5 mmol) of trimethoxysilyl-propyl methacrylate (SMA). 0.71 g (5 mmol) of glycidyl 
methacrylate (GMA) and 0.0392 g (0.2 mmol) of rmercaptopropyl trimethoxy-silane had been dissolved in 8 49 g of tol- 
uene, a solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrile had been dissolved in 3 g of toluene was added 
dropwise so that the mixture was allowed to react. The product is referred to as B-1 1 . 
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Preparation conditions of B-11 : 





• Molar ratio of the monomers: 


BMA/SMA/GMA = 8/1/1 


5 


• Weight average molecular weight: 


12,000 




• Solid fraction content: 


40% 



10 (Preparation Example B-1 2) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 5.69 g (40 mmol) of n- 
butylmethacrylate (BMA), 1.24 g (5 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 0.71 g (5 mmol) of glycidyl 
methacrylate (GMA) and 0 g (0 mmol) of r-mercaptopropyl trimethoxy-silane had been dissolved in 8.49 g of toluene, a 
is solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrfle had been dissolved in 3 g of toluene was added dropwise 
so that the mixture was allowed to read The product is referred to as B-1 2. 

Preparation conditions of B-12: 

20 



25 



• Molar ratio of the monomers: 


BMA/SMA/GMA ■ 8/1/1 


• Weight average molecular weight: 


36,000 


• SoGd fraction content: 


40% 



(Comparative Preparation Example B'-4) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 3.56 g (25 mmol) of n- 
30 butylmethacrylate (BMA), 6.20 g (25 mmol) of trimethoxysilyl-propyi methacrylate (SMA), 0 g (0 mmol) of glycidyl meth- 
acrylate (GMA) and 0.784 g (4 mmol) of r-mercaptopropyl trimethoxy-silane had been dissolved in 1 1 .6 g of toluene, a 
solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrQe had been dissolved in 3 g of toluene was added dropwise 
so that the mixture was allowed to react The product is referred to as B*-4. 

35 Preparation conditions of B'-4: 





• Molar ratio of the monomers: 


BMA/SMA/GMA = 5/5/0 


40 


• Weight average molecular weight: 


1,000 




• Solid fraction content: 


40% 



(Comparative Preparation Example B'-5) 
45 1 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 3.56 g (25 mmol) of n- 
butylmethacrylate (BMA), 0 g (0 mmol) of frimethoxysilylpropyi methacrylate (SMA), 3.55 g (25 mmol) of glycidyl meth- 
acrylate (GMA) and 0.784 g (4 mmol) of r-mercaptopropyl trimethoxy-silane had been dissolved' in 7.7 g of toluene, a 
solution in which 0.025 g (0.15 mmol) of azobisisobutylonitrfle had been dissolved in 3 g of toluene was added dropwise 
so so that the mixture was allowed to react The product is referred to as B'-5. 
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Preparation conditions of B'-5: 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 5/0/5 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



(Comparative Preparation Example B'-6) 

By the same procedure as in the preparation example B-1 , into a reaction solution in which 0 g (0 mmol) of n-butyl- 
methacrylate (BMA), 6.20 g (25 mmol) of trimethoxysilyl-propyl methacrylate (SMA), 3.55 g (25 mmol) of glycidyi meth- 
acrylate (GMA) and 0.784 g (4 mmol) of y-mercaptopropyl trimethoxy-silane had been dissolved in 11.6 g of toluene, a 
solution in which 0.025 g (0.1 5 mmol) of azobisisobutylontoile had been dissolved in 3 g of toluene was added dropwise 
so that the mixture was allowed to react The product is referred to as B'-6. 

Preparation conditions of B f -6: 



• Molar ratio of the monomers: 


BMA/SMA/GMA = 0/5/5 


• Weight average molecular weight: 


1,000 


• Solid fraction content: 


40% 



As seen in Tables 5 to 7, the coating resin compositions of Examples showed that their coating films were good in 
every aspect of the adhesion, coating film hardness, solvent resistance, boiling water resistance and weatherability, as 
compared with those of Comparative Examples. 

Examples 29 to 38 and Comparative Examples 1 7 to 20: 

(Coating resin compositions containing pigments) 

By using components listed in Tables 8 to 9, a mixture of pigments composed of 100 g of white-pigment titanium 
oxide (R-820, made by Ishihara Sangyo Co. Ud. in Japan) and 1 g of rouge (made by Toda Kbgyo Co. Ltd. in Japan) 
was dispersed into 90 g of the component (A) with a grain mill. The component (A) and the component (B) were further 
added into this mixture so as to form a composition with a weight ratio of component (A) : component (B) : pigment = 
10:4:10. This ratio is equivalent to a solid fraction ratio of 18 : 8 : 50. Further, the component (C) and the component 
(D) were added in amounts listed in Tables 8 to 9, by which coating solutions were prepared. Then, the coating solutions 
were diluted with isopropyl alcohol so that the solid fraction would be 25% in every case, by which coating resin com- 
positions were formed and tested for coating film characteristics, as in the cases shown in Tables 1 to 4. In this test, in 
addition to the evaluation methods as already described, gloss was evaluated by a glossimeter (with full scale 60 gloss). 

As seen in Tables 8 to 9, the coating resin compositions of Examples showed that their coating films were good in 
every aspect of the adhesion, coating film hardness, solvent resistance, boiling water resistance, weatherability and 
gloss, as compared with those of Comparative Examples. 
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Table 5 









tX. 21 


Ex 22 


Ex 23 


Ex. 24 


Ex. 25 


Formulation of coating 
resin composition 
(parts) 


Comnonpnt A 




50 


50 


50 


50 


30 


Comnonpnt R 


R - 1 










* 






q a 


20 






- 


70 






o ■ lU 




20 












D - 1 1 






20 


- 


* 






D -to 






■ 


20 


- 






B'-4 




■ 


• 


- 








B'-5 




• 


* 


- 


• 






B'-6 




— 


~ 


- 


- 




Component C 


C-1 


2 


2 


2_ 


2 


2 






C-2 


0.4 


0.4 


0.4 


0.4 


0.4 




Component D 


D-1 


SO 


OU 


50 


50 




Characteristics of 
coating film 


Adhesion 


100/100 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


2H 


3H 


3H 


2H 




Boiling water resistance 


Good 


Good 


Good 


Good 


Good 




Solvent resistance 


Good 


Good 


Good 


Good 


Good 




Weatherability 


Good 


Good 


Good 


Good 


Good 



C-1: N-p-aminoethyf-7-anunopropyi methyldimethoxysilane 
C-2: Dibuthyltin dilaurate 
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Examples 39 to 54: 

By coating the coating resin composition of Example 1 on various substrates, resin-coated articles were produced. 
And then a characteristic of coating film were evaluated by the same method as Example 1 . As the substrates, were 
used what follows. 

Glass plate: Soda glass plate (size 76 mm x 52 mm x 0.7 mm). 

Aluminium plate: Surface-anodized aluminium plate (size 150 mm x 70 mm x 0.3 mm). 

Stainless plate: SUS303 plate (size 150 mm x 70 mm x 0.5 mm). 

PC plate: Polycarbonate plate (size 10 mm x 10 mm x 2.5 mm). 

PMMA plate: Polymethylmethacrylate plate (size 10 mm x 10 mm x 2.5 mm). 

Inorganic plate: [Multi Siding] made by Matsushita Electric Works, Ltd. in Japan, (Acrylemulsion sealer-coating 
cement plate having bulk density of 1.0 g/cm 3 and dimensional change of 0.3% under a condition changing from 
the saturated-water-containing to the absolute drying), (size 1 50 mm x 70 mm x 5 mm). 
Processed inorganic plate: This is what processed the inorganic that mentioned above at sizes and shapes shown 
in figure 1 and 2. 

Alumina plate: Alumina-sintered plate using for electric circuit-board, made by Matsushita Electric Works, Ltd in 
Japan. 

Incidentally, as a primer, [Epo E Sealer] of epoxy sealer (made by Isamu Toryo Co. Lid. in Japan) was used when 
necessary. Although it have brought no problem even if the primer was not used, however, in the case that sufficient 
adhesion would be required after treating in boiling water for 5 hours, preferably the primer is used. 

The results were shown in Tables 10 to 12. 

As seen in Tables 10 to 12, sufficient performance of coating film were obtained in the case of every substrate. Par- 
ticularly, even if a substrate having uneven surface such as the processed inorganic plate are used, coated articles in 
which cracks do not develop are obtained, which is one of the characteristics of the invention. 

Examples 55 to 62: 

The resin-coated article of the invention is capable of processing after coating if the substrate is capable of 
processing. On the Stainless plate (SUS303)(size 150 mm x 70 mm x 0.5 mm), the primer (Epo E Sealer (made by 
Isamu Toryo Co. Ltd. in Japan)) was treated, further the resin coating composition of Example 1 was coated. And then 
the following processings were conducted. 

Bending processing: Bending at 90° with R5. 

Punching processing: Punching a hole of a diameter of 50 mm by using a punching press. 
Boring processing: Boring a hole of a diameter of 50 mm by using a drill. 
Cutting processing: Cutting with a press cutter. 

Also, for What were processed the same as above, a primer treating and a resin coating were further conducted by 
the same as what mentioned above, by which the coated articles were produced at the same time. And then a perform- 
ance of coating film were evaluated. 

The results were shown in Tables 13 to 14. 

As seen in Tables 13 to 14, sufficient performance of coating film were obtained in the every case. 
Examples 63 to 70: 

The primer is not limited to the epoxy primer that mentioned above. With using the following coatings and primers 
which have already marketed, the coated articles were evaluated by the same method as what mentioned above. A 
coating way obeyed specifications of each primer and coating, and then they were coated so that film thickness would 
become about 1 pm. 

Epoxy type: Epo E Sealer (made by Isamu Toryo Co. Ltd. in Japan) 
Acryl type: Perma Rock (made by Rock Paint Co. Ltd. in Japan) 
Acrylsilicone type: Neo Silica #5000 (made by Isamu Toryo Co. Ltd. in Japan) 
Chlorinated rubber type: Rubberl #100 Primer (made by Shinto Toryo Co. Ltd. in Japan) 
Urethane type: Epicon Primer CL (made by Chugoku Toryo Co. Ltd. in Japan) 
Phenol type: New Akunon Primer (made by Kansai Paint Co. Ltd. in Japan) 
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Polyester type: Poly Best Pate #100 (made by Dainihon Toryo Co. Ltd. in Japan) 
Melamine type: Amilac (made by Kansai Paint Co. Ltd. in Japan) 

The results were shown in Tables 15 to 16. 

As seen in Tables 1 5 to 1 6, although there are suitable or not with the use or the required characteristics, as far as 
a characteristic of coating film, all cases shown good results. 

Examples 71 to 75 and Comparative Examples 21 to 23: 

Next, in order to produce the resin-coated articles, preparation examples of the primer composition containing the 
components (a-1) to (d-1), which is particularly suitable, are described. 

(preparation of solution S-1): 

The following components were mixed, and then were added dropwise into a mixed solution of 350 parts by weight 
of water and 50 parts by weight of methanol entered a vessel equipped with reflux condenser with stirring while main- 
taining the temperature at 50°c, by which were hydrolyzed and condensed. 



Formed polymethylsiloxane had the by-produced hydrogen chloride removed by washing with water. By heating 
this under vacuum, the remaining water as a part of solvent was removed, by which toluene solution of silicone resin 
being concentration 50% was obtained. Next, the solution of containing the following components were prepared, and 
it was gradually heated up with removing toluene under stirring, and besides at a point reached 230°c, further continued 
heating for 5 hours while maintaining that temperature. 



To this, 50 parts by weight of the previous toluene solution of silicone and toluene of which the amount would make 
the solid content of the whole 50% were added, and then that was stirring until the solution turned to clear, whereby S- 
1 being a toluene solution of epoxy-modrfied silicone resin was obtained. 

(preparation of solution S-2): 

The following components were mixed, and then were added dropwise into 320 parts by weight of water with stir- 
ring while maintaining the temperature at 50°c. and after then in the same way as the S-1 , xylene solution of silicone 
resin being concentration 60% was obtained. 



DimethylchlorosQane: 
Methyltrichlorosilane: 
Diphenylchlorosilane: 
Phenyttyichlorosilane: 
Toluene: 



7 parts by weight 
40 parts by weight 
48 parts by weight 
78 parts by weight 
95 parts by weight 



Bisphenol A epichlorohydriri epoxy resin (epaxy equivalent : 500): 
Phthalic anhydride: 
Linseed oil fatty acid: 
Toluene 



7 parts by weight 
5 parts by weight 
10 parts by weight 
75 parts by weight 
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Dimethytchlorosilane: 


51 


parts 


by weight 


Methyftrichlorosilane: 


15 


parts 


by weight 


Diphenylchlorosilane: 


44 


parts 


by weight 


Phenyltyichlorosilane: 


52 


parts 


by weight 


xylene: 


50 


parts 


by weight 



10 

Next, the solution containing the following components were prepared, and then, 51 parts by weight of the previous 
toluene solution of silicone was added to this, and heating and stirring were conducted for 3 hours at reflux temperature. 

75 



Bisphenol A epichlorohydrin epoxy resin (epoxy equivalent : 500): 


54 parts by weight 


Dodecyl succinic acid: 


25 parts by weight 


Xylene 


23 paris~by weight 



Further, a required amount of xylene was added, whereby S-2 a 50% xylene solution of epoxy-modified silicone 
resin was obtained. 

25 (preparation of solution S-2): 

The following components were mixed, and then were added dropwise into a mixed solution of 40 parts by weight 
of methanol and 15 parts by weight of water with stirring while maintaining the temperature 50 D c and less. Next, that 
was heated up until 70°c with stirring, and was heated with ref luxing for 1 hour, and after then, was allowed to cool and 

30 40 parts by weight of methanol was added, whereby was separated. Collected layer of polyorganosiloxane was added 
2 parts by weight of calcium carbonate by which by-produced hydrogen chloride was neutralized, and after that, by 
heating under vacuum was removed methanol and low-boiling conpounds, whereby fluid polyorganosiloxane was 
obtained. This polyorganosiloxane 50 parts by weight was added the following, and then had been heated for 3 hours 
under xylene ref luxing. After cooling and filtering, S-1 being a 50% xylene solution of epoxy-modified silicone resin was 

35 obtained. 





Novolak epoxy resin (epoxy equivalent : 180): 


45 parts by weight 


40 


Phthalic anhydride: 


3.5 parts by weight 




Xylene: 


100 parts by weight 



After cooling and filtering, S-1 being a 50% xylene solution of epoxy-modified silicone re^in was obtained. 
45 Also, the isocyanate compositions were used is the following. 

(Solution 1-1): 75% butyl acetate solution of isocyanate prepolymer mixture shown in the formula (VI). 
(Solution I-2): 75% butyl acetate solution of isocyanate prepolymer mixture shown in the formula (IV). 
(Solution I-3): 50% ethyl acetate solution of isocyanate prepolymer mixture shown in the formula (IX). 

50 

The primer compositions were prepared with a ratio shown in Tables 17 to 18. By using the primer compositions 
obtained above and the coating resin composition of Example 1, the resin-coated articles were produced in the same 
method as mentioned above, and were evaluated in the same method as mentioned above. The primer composition 
was coated with spray coating and then had been hot-cured at 80°c, for 20 minutes. 
55 The results were shown in Tables 1 7 to 1 8. 

As seen in Tables 17 to 18, with reference to Examples, performances of coating film was good, and After a 5000 
hour accelerated weathering test by a sunshine weatheromater, coating film was not released and also the discoloring 
of that was a level not to admit with visual observation. 
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Examples 76 to 81 and Comparative Examples 24 to 26: 

Next, in order to produce the resin-coaled articles, preparation examples of the primer composition containing the 
components (a-2) to (d-2), which is particularly suitable, are described. 

5 First, with reference to preparation of the hydrolyzable-group-containing vinyl copolymer, in a reaction vessel 
equipped with a stirrer, a cooler and a thermometer, a monomer shown in Table 19 were placed. And to this, toluene 
being double amount of the monomer as well as chain transfer agent and polymerization initiator were added, and then, 
the reaction was allowed to conduct with uniformly stirring under atmosphere of nitrogen gas, at 70°c, for 2 hours. Each 
of the hydrolyzable-group-containing vinyl copolymers were obtained were referred to P-1 to P-6. Molecular weight was 

10 measured by the method as mentioned above. The epaxy-modif ied silicone resins were used the solution S-1 to S-3 
that mentioned above. By using the primer compositions obtained above and the coating resin composition of Example 
1, the resin-coated articles were produced in the same method as mentioned above, and were evaluated in the same 
method as mentioned above. 

The results were shown in Tables 20 to 21. 

15 

Examples 82 to 85: 

Next, Examples of using a coloring primer are described. The primer composition which had been used in Example 
71 was used, whereto four pigments shown in the following were added, and then was&eated with a sand mill for 60 
20 minutes, and that was used as the primer composition just as it was. 

White: White Pigment (made by Ishihara Sangyo, Co. Ltd. in Japan). 45% adding on the basis of a solid fraction of 
the primer. 

Yellow: Yellow Pigment (made by Dainitiseika Kbgyo, Co. Ltd. in Japan). 60% adding on the basis of a solid fraction 
25 of the primer. 

Brown: Brown Pigment (made by Dainitiseika Kbgyo. Co. Ltd. in Japan). 30% adding on the basis of a solid fraction 
of the primer. 

Blade Black Pigment (made by Dainitiseika Kogyo, Co. Ltd. in Japan). 25% adding on the basis of a solid fraction 
of the primer. 

30 

The primer composition was applied by spray coating and then was cured by heating at 80°c for 20 minutes. On 
that, the coating resin composition of Example 1 was applied so that the thickness would be 30 urn, and then was cured 
by heating at 80°c for 20 minutes. The results were shown in Table 22. 

35 Example 86: 

Next example which was given a high quality appearance to a inorganic curing bodies was shown in table 23. Two 
pigments of the following was added into the coating resin composition of Example 1 , whereby two enamels were pre- 
pared. 

40 

Pigment 1 : White Pigment (made by Ishihara Sangyo, Co. Ltd. in Japan) 61% 

Yellow Pigment (made by Dainitiseika Kogyo, Co. Ltd. in Japan) 22% 

Black Pigment (made by Dainitiseika Kogyo, Co. Ltd. in Japan) 17% 
Pigment 2: White Pigment (made by Ishihara Sangyo, Co. Ltd. in Japan) 77% 
45 Yellow Pigment (made by Dainitiseika Kogyo, Co. Ltd. in Japan) 1 3% 

Black Pigment (made by Dainitiseika Kogyo, Co. Ltd. in Japan) 5% 

Brown Pigment (made by Dainitiseika Kbgyo, Co. Ltd. in Japan) 5% 

On the inorganic curing body shown in Figures 1 and 2, the primer composition (using in Example 76; 1 ^m of thick- 
50 ness), the coating resin composition (using in Example 1: Pigment 1: 10 nm of thickness) and the resin composition 
(using in Example 1 ; Pigment 2; 10 \un of thickness) were coated by spray coating and cured by heating in order. The 
curing by heating were conducted under a condition of heating at 80°c for 20 minutes in each case. As a result, there 
was no problem in the properties of coating film as shown in table 23. Also, the thickness of film differed between convex 
portion and concave one on account of the flow of coating, so that the appearance of which the color and gloss differed 
55 between convex portion and concave one was obtained. 
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10 



Examples 87 to 90: 

Next, examples which a marketed coloring coating or the coloring coating according to the invention were coated 
on a substrate that was treated with a primer, further a clear coating according to the invention was coated, were shown 
in table 24. Owing to this, the coated articles that the coated surface of a marketed coating was protective coated, could 
be obtained. A marketed intercoat coating were spray-coated with obeying a maker specifications. As shown in Table 
24, there were no problems in every case, the coated articles having excellent serviceability were obtained. 

Examples 91 to 94: 

Next, examples which a substrate coloring coating or the coloring coating according to the invention were coated 
on a substrate that was not treated with a primer, further a clear coating according to the invention was coated, were 
shown in table 25. As shown in Table 25, in every case of these, a sufficient properties of coating film that serviceability 
was excellent, were obtained. 
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Table 12 





Ex 53 


Ex.54 


Coating 


Ex.1 


Ex.1 


Primer 


Having* 


Having* 


Substrate 


inorganic process plate 


Alumina plate 


Characteristics of coating f Dm 


Adhesion 


100/100 


100/100 


Pencil hardness 


2H 


2H 


Boiling water resistance 


Good 


Good 


Solvent resistance 


Good 


Good 


Weatherability 


Good 


Good 


Gloss 


60% 


78% 



Note: 

*: As a primer, Epo E sealer (Isamu Toryo Co., Ltd. in Japan) was used. 



Table 13 





Ex 55 


Ex 56 


Ex.57 


Ex.58 


Substrate 


Stainless plate 


Stainless plate 


Stainless plate 


Stainless plate 


Coating of first layer 


Ex 1 


Ex.1 


Ex 1 


Ex 1 


Primer of first layer 


Having* 


Having* 


Having* 


Having* 


Processing 


Bending 


Punching 


Boring 


Cutting 


Coaling of second layer 


None 


None 


None 


None 


Primer of second layer 


None 


None 


None 


None 


Characteristics of 
coating film 


Adhesion 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


2H 


2H 


2H 


Boiling water resist- 
ance 


Good 


Good 


Good 


Good 


Solvent resistance 


Good 


Good 


Good 


Good 


Weatherability 


Good 


Good 


Good 


Good 


Gloss 


80% 


78% 


82% 


80% 



Note: 

As a primer, Epo E sealer (Isamu Toryo Co., Lid. in Japan) was used. 



so 
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Table 14 





Ex. 59 


Ex 60 


Ex. 61 


Ex.62 


Substrate 


Stainless plate 


Stainless plate 


Stainless plate 


Stainless plate 


Coating of first layer 


Ex 1 


Ex. 1 


Ex.1 


Ex1 


Primer of first layer 


Having* 


Having* 


Having* 


Having* 


Processing 


Bending 


Punching 


Boring 


Cutting 


Coating of second layer 


Ex. 1 


Ex.1 


Ex1 


Ex.1 


Primer of second layer 


Having* 


Having* 


Having* 


Having* 


Characteristics of 
coating film 


Adhesion 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


2H 


2H 


2H 


Boiling water resist- 
ance 


Good 


Good 


Good 


Good 


Solvent resistance 


Good 


Good 


GodcT 


Good 


Weatherability 


Good 


Good 


Good 


Good 


Gloss 


79% 


76% 


84% [ 


81% 



Note: 

25 *: As a primer, Epo E sealer (Isamu Toryo Co., Ltd. in Japan) was used. 



so Table 15 





Ex.63 


Ex 64 


Ex. 65 


Ex 66 


Substrate 


Stainless plate 


Stainless plate 


Stainless plate 


Stainless plate 


Coating 


Ex1 


Ex. 1 


Ex 1 


Ex1 


Prim 


er 


Having*1 


Having*2 


Having*3 


Having*4 


Characteristics of 
coating fSm 


Adhesion 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


2H 


2H 


2H 


Boiling water resist- 
ance 


Good 


Good 


Good 


Good 


Solvent resistance 


Good 


Good 


Good 


Good 


Weatherability 


Good 


Good 


Good 


Good 


Gloss 


81% 


83% 


82% 


80% 



Note: 

*1 : Epoxy type: Epo E Sealer (made by Isamu Toryo Co., Ltd, in Japan) 

*2: Acryl type: Perma Rock (made by Rock Paint Co., Ltd. in Japan) 

*3: Acrytsilicon type: Neo Silica #5000 (made by Isamu Toryo Co., Ltd. in Japan) 

*4: Chlorinated rubber type: Rubberl #1 00 Primer (made by Shinto Toryo Co., Ltd. in Japan) 
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Table 16 





Ex.67 


Ex.68 


Ex.69 


Ex.70 


Substrate 


Stainless plate 


Stainless plate 


Stainless plate 


Stainless plate 


Coating 


Ex 1 


Ex.1 


Ex.1 


Ex 1 


Primer 


Having*5 


Having*6 


Having*7 


Having*8 


Characteristics of 
coating film 


Adhesion 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


2H 


2H 


2H 




Boiling water resist- 
ance 


Good 


Good 


Good 


Good 




Solvent resistance 


Good 


Good 


Good 


Good | 




Weatherability 


Good 


Good 


Good 


Good 




Gloss 


79% , 


81% 


78% 


84% 


Note: 













# 5: Urethane type: Epicon Primer CL (made by Chugoku Toryo Co., Ltd. in Japan) 
*6: Phenol type: New Akunon Primer (made by Kansai Paint Co.. Ltd. in Japan) 
*7: Polyester type: poly Best #100 (made by Dainihon Toryo Co.. Ud. in Japan) 
*8: Melamine type: ArnOac (made by Kansai Paint Co.. Ud. in Japan) 



25 



30 



35 



40 



50 



41 



EP0 822 240 A1 



10 



15 



20 



30 



35 



40 



45 



SO 



0) 

rH 

to 





0) 








































4-> 








































id 








































r-l 








































a 


























o 














w 

m 


rH 
• 


o 


o 


1 

I 


t 
i 


o 


1 

1 


I 
i 


in 


1 


in 


O 


o 

,H 




od 


*5 
o 


od 




X 

w 


Stainlej 


X 

w 


in 


in 


1 


i 


eg 


1 


i 


H 


1 
1 


« 

o 


n 


O 

o 

♦H 


eg 


Go 

i 


Go 


o 
o 


rH 

00 




0) 








































•P 








































(0 








































rH 






































m 


a 


























o 












Ex, 7: 


less 


Ex. 1 


i 
t 
i 


i 
i 
i 


OOT 


in 

tH 


i 
i 
1 

l 


1 
1 

t 

1 


o 

H 


i 
i 

1 


in 
o 


i 
I 

i 


o 


00/10 


« 
eg 


Good 


Good 


Good 


<fP 
rH 
00 


Stain 


























rH 














a> 








































4J 








































td 








































rH 






































eg 

x 
w 


a 


























O 












Stainless 


| Ex. 1 


i 
* 
i 


o 
o 

iH 


I 

1 
i 


o 

rs) 


I 
1 
1 


f 
I 

1 


rg 

H 


1 
1 
1 


in 
o 


i 
i 
i 


o 

cn 


100/10 


eg 


Good 


Good 


Good 


O 
CO 




0) 
















































































(d 








































rH 






































r-l 


a 


























o 












X 
W 


less 


Ex. 1 


o 
o 

tH 


* 
1 


1 
I 
1 


O 

eg 


I 
1 

l 


1 
1 


eg 

rH 


i 
I 

1 


in 
o 


i 
i 


o 

CO 


00/10 


2H 


Good 


Good 


Good 


«*> 


Stain 


























H 










































0) 








































(A 




























H 


eg 


* 


* 






0) 


u 




£ 






















4c 






eg 


at 




up 


0) 

-p 




li 






















rH 


eg 


c 




+» 

0) 




ar 


id a) 


ce 


bi 






















o 






*H 


o 


c 


jd 


c 


c 


id 
























.p 






Id 


o 




(0 


+J id 


u 






















Q* 


rv 


o 


Q 




-H 


rH 


C -P 


C 4J 


0) 






















(0 


f0 




rj 


rH 


w 




•H CO 


0) 10 


X! 


rn 




















rj 




id 


id 


>t 


0) 


o 


rH -H 


> -H 


-P 


(0 








rH 


eg 


n 




eg 


n 






0> 


tJ 1 


.C 


x: 


C 




rH (0 


id 










| 


1 


i 


| 


I 


l 


0) 


0 






4J 


TJ 


0) 


O 0) 


O 0) 


0) 


rH 










H 


H 


to 


CO 


to 






o 




W 


< 


cu 


CD ki 


W U 




rl 






























in 


& 






































O rH 






































•H 


*H 
























































C 




















W 




















o 




















•rH 














0) 






-H 




















U 


c 












«P 






4-> 




















Qi 














Id 


tr 




-«H 




















4J 4J 












U 


c 


M 


W 


w" 


















U 


id 












+J 


-rH 


<D 


0 4J 


















Id 


0 












10 


4-> 


e 


a m 


















Jh 


o 












.o 


id 




e 




















id 
















O 


$-1 0 


a 






























w 


u 


a. 


o 




















u 


o 











CU 0) 

c c 
id id 

rH rH 

tH -H 

(0 to 

• ?? 

o o 

0) 0) 

■H *H 
M U <U 
-P «P -P 

rH rH 10 
>1>1rH 

o o <d *d 

U M H«H 

o o<a o 

4-> 4J c c 
Qi 0<-H»H 
CO irj 4J 4J 

0 O rH rH 
U U >i >i 
0) 0) 4-> -P 

1 I X) XX 

•HtH 
e-Q Q 



rH eg en 
H« * « -k 



O 
2 



55 



42 



EP0822 240A1 



10 



15 



20 



25 



30 



35 



40 



45 



50 



rd 





0) 
















































































id 






































CM 


rH 

a 


























Q 




rH tT* 








• 

X 

w 


ss 


rH 


1 
1 


1 
1 


i 
i 


i 
i 


! 


1 

1 


1 


! 


1 
1 


! 

1 


1 
1 


Q 
H 


s 


rH £ 

rd -H 
-H rH 


pooj 


pooj 


r> 




0) 


X 


1 


1 


i 


i 


t 


1 


1 




1 


• 


o 


CN 


4J 0) 


f> 


• 


rH 


w 
























O 




M 0> 








e 


c 


























H 




rd a 








o 


•H 






































u 


Sta 








































0) 








































-p 






































CM 


id 






































CM 


r-l 

a 


























O 




>1 








X 

w 


ess 


iH 
X 


1 
1 
1 


i 
i 


i 
i 


o 
o 

tH 


i 
i 
i 


1 
I 


in 

H 


i 
i 
i 


in 
o 


1 
1 


o 
m 


0/10 


2H 


tial 
el in 


Good 


Good 


<#> 

CO 




rH 


w 
























o 








8 


c 


























iH 




td a 
















































o 


Sta 








































0) 




































— 




-P 








































rd 








































rH 

a 


























O 




>i _ 

rH Hi 








# 

w 

• 


less 


fH 


Q 

o 

H 


i 

i 
i 


i 

i 
i 


■ 

i 

1 
1 


■ 

i 
i 


■ 
I 

1 

1 


in 

H 


• 
i 

i 

i 


in 
o 


1 

1 
1 


o 

rt 


00/10 


2H 


rtial 
eelin 


Good 


Good 


<#» 
a\ 
r> 


§ 


G 


























H 




m a 










•H 






























o. 










Sta 








































o 
















































































id 








































rH 






































_ 

in 
r s » 


a 

CO 
rft 


H 


O 


o 


i 
i 

i 


1 
1 
1 


i 
i 


o 


i 


in 


1 


in 


o 


OOT; 


W 


po 


od 


od 


dp 


X 

M 


| Stainlee 


1 Ex, 


in 


in 


i 


CM 


I 
i 


iH 


1 
1 


• 

o 


cn 


o 
o 

H 


cm 


Go 


Go 


Go 


f> 
































CO 
































n 








CO 






>• 
























CM 


■*t 


Ht 


at 




0) 


u 




-P 






















* 


* 


rH 




at 




up 


01 

«p 




li 






















H 


CM 


c 


c 


CO 




ar 


rd o) 
> 0 


ce 


bi 






















o 


o 


•H 




o 


C 


JC 


c 


e 


rd 






















4J 








rd 


0 




t>id 


-P rd 


rH 






















a 


a 


o 


o 




•H 


rH 


c -P 


C4J 


0) 






















<d 


rd 






H 


CD 


*H 


•H CO 


01 to 


J= 


VJ 




















rj 


o 


(0 


ro 


>» 


0) 


O 


•H *H 


>«H 


-P 


m 








H 






,H 


(M 


n 


u 








JC 




c 


•H tQ 


rH W 


rd 


rt 








i 


1 


1 


| 


| 


l 


0) 


0 






4J 




0) 


O 0) 


O 0) 


0) 


| 








M 


M 


M 


CO 


CO 


CO 




5; 


o 


o 


W 


< 


At 


m >h 


CO H 




rfi 






























eg 










* 






























O rH 






































*H 


•H 






































Jp <U 


















C 




















10 




















o 




















-H 


cn 












0) 


























JH 


C 












-P 






-p 




















a> -h 












id 


D> 




•H . 




















■P 4J 












u 


C 




w 




















0 


rd 












4J 


*H 


Q) 


0 4J 


















rd 


O 












W 


-P 




a u 


















u 


U 












XI 


rd 


*H 


e 


id 


















rd 














3 


o 


rl 


0 


a 






























CO 


u 


cu 


0 




















O 


O 











0) 0) 

c c 

rd rd 

•H H 
•H-H 

to to 

5? 5? 
o o 

0) 01 

z$ 

U U 0) 
«P 4J 4J 

rH rH Id 

>i>n>H 

a a d o) 
o o id *o 

rH tH H-H 

a a*H x 

0 o u o 
-p c c 
a a*H *h 
rd id «p +» 

U UHrl 

U U >i >, 
0) 0) Jp 4J 

1 I JQA 

•H-H 



h n n ^ 

* * He * 



0) 
4J 
O 



55 



43 



EP 0 822 240 A1 



Table 19 







P-1 


P-2 


P-3 


P-4 


P-5 


P-6 


Nil imknr tst 

INUiTiDer OT 

moles 


Monomer 1 


0.85 


0.95 










Monomer 2 






0.80 


0.85 


0.90 


0.95 




Monomer 3 






0.20 










Monomer 4 


0.15 




- 


0.15 








Monomer 5 




0.05 






0.10 






Monomer 6 


— 


— 


— 


— 


— 


0.05 




Chain 
transfer 
agent 1 


0.05 


0.01 


0.10 


0.05 


0.01 






Polymeriza- 
tion initiator 
1 


0.002 


0.002 


0.002 


0.002 


0.002 


0.002 




6000 


32000 


3000 


6000 


34000 


800000 


Note: 

Monomer 1 : Methytacrylate 

Monomer 2: Methylmethacryiate 

Monomer 3: Vinyltiimethaxysilane 

Monomer 4: Vinyltris (methylethylketoxime) silane 

Monomer 5: 3-MethacryloxypropyItrimethoxysilane 

Monomer 6: 3-Methacryloxypropytris (methylethylkBtoxime) silane 

Chain transfer agent 1 : 3-Mertcaptpropyltrimethaxysilane 

Polymerization initiator 1 : Azobisisobutyronitrile 
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Table 21 





Com. Ex 24 


Com. Ex. 25 


Com. Ex. 26 


Substrate 


Stainless plate 


Stainless plate 


Stainless plate 


Coating 


Ex.1 


Ex. 1 


Ex. 1 


Primer composition (parts) 


P-1 


— 


mmm 


— 




P-2 


100 


mmm 


— - 




P-3 


— 





— 




P-4 


— 





— 




P-5 


— 





— 




P-6 


— 





— 




S-1 


— 


100 


— 




S-2 


— 




— 




S-3 


— 


— 


— 




Organotin 1 *1 


1 


1 


• ... 




Organotin 2 *2 


— 


— 


— 




Ethyl acetate 


50 


50 


— 


Characteristics of coating 
film 


Adhesion 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


2H 


2H 




Boiling water resistance 


Partially peeling 


Partially peeling 


Partially peeling 




Solvent resistance 


Good 


Good 


Good 




Weatherability 


Good 


Good 


Good 




Gloss 


80% 


81% 


80% 



Note: 

*1: Dibutyftindilaurate 
*2: Dibutyftinaxide 



40 

Table 22 





Ex.82 


Ex.83 


Ex.84 


Ex. 85 


Substrate 


Stainless plate 


Stainless plate 


Stainless {slate 


Stainless plate 


Coating 


Ex.1 


Ex.1 


Ex.1 


Ex 1 


Primer composition 


White 


Yellow 


Brown 


Black 


Characteristics of 
coating film 


Adhesion 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


2H 


2H 


2H 


Boiling water resist- 
ance 


Good 


Good 


Good 


Good 


Solvent resistance 


Good 


Good 


Good 


Good 


Weatherability 


Good 


Good 


Good 


Good 


Gloss 


84% 


81% 


78% 


72% 
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Table 23 





Ex. 86 


Substrate 




Primer 


Ex.76 


Intercoat 


Ex. 1 Pigment 1 


Topcoat 


Ex. 1 Pigment 2 


Characteristics of coating film 


Adhesion 


100/100 


Pencil hardness 


2H ; 


Boiling water resistance 


Good 


Solvent resistance 


Good 


Weatherabilrty 


Good 


Gloss 


80% 



Table 24 





Ex 87 


Ex.88 


Ex.89 


Ex.90 


Substrate 


Stainless plate 


Stainless plate 


Stainless plate 


Stainless plate 


Primer 


Ex.76 


Ex.76 


Ex. 76 


Ex.76 


Intercoat 


Ex.29 


Intercoat 1 


Intercoat 2 


Intercoat 3 


Topcoat 


Ex. 1 


Ex.1 


Ex.1 


Ex. 1 


Characteristics 
of coating film 


Adhesion 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


H 


H 


H 


Boiling water 
resistance 


Good 


Good 


Good 


Good 


Solvent resistance 


Good 


Good 


Good 


Good 


Weatherability 


Good 


Good 


Good 


Good 


Gloss 


82% 


82% 


79% 


76% 


Note: 

Intercoat 1 : Phthalic resin enamel (Unipack 200, made by Nippon Paint Co., Ltd. in Japan) 

Intercoat 2: Polyurethane resin coating (Toa Urethane #100 Enamel, made by Toupe Co., Ltd. in Japan) 

Intercoat 3: Acrylic coating (AP Enamel, made by Kansai Paint Co., Ltd. in Japan) 
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Table 25 





ex. 91 


Ex. 92 


Ex. 93 


Ex. 94 


Substrate 


Aluminum plate 


Aluminum plate 


Aluminum plate 


Aluminum plate 


Primer 


None 


None 


None 


None 


intercoat 


Ex. 29 


Intercoat 1 


Intercoat 2 


Intercoat 3 


Topcoat 


Ex.1 


Ex.1 


Ex. 1 


Ex.1 


Characteristics 
of coating film 


Adhesion 


100/100 


100/100 


100/100 


100/100 


Pencil hardness 


2H 


H 


H 


H 


Boiling water 
resistance 


Good 


Good 


Good 


Good 


Solvent resistance 


Good 


Good 


Good 


Good 


Weatherability 


Good 


Good 


Good 


Good 


Gloss 


82% 


83% 


77% : 


77% 


Note: 

Intercoat 1: Phthalic resin enamel (Unipack200, made by Nippon Paint Co., Ltd. in Japan) 

Intercoat 2: Polyurethane resin coating (Toa Urethane #100 Enamel, made by Toupe Co., Ltd. in Japan) 

Intercoat 3: Acrylic coating (AP Enamel, made by Kansai Paint Co., Ltd. in Japan) 



The coating resin composition of the present invention consists essentially of the components (A), (B) and (C) or 
the components (A), (B), (C) and (D). Thus, the coating resin composition is able to form a coating film which has high 
toughness, high hardness, and high weatherability, and which is excellent in adhesion, solvent resistance, boiling water 
resistance, and fast drying Property. The coating film is so good at toughness that it will not yield cracks at film thick- 
nesses of up to 50 urn, thus being little non-uniformities in coating and showing a wide adaptability to irregularities of 
the substrate. The coating film is also adaptable to a wide range of dimensional changes due to the terrperature or 
humidity of the substrate. The coating resin composition of the invention can be cured both by room temperature proc- 
ess and by heating process, thus being usable over a wide drying-and-curing condition range or temperature range. 
Accordingly, the coating resin composition can be applied for coating to substrates of poor heat resistance, and applied 
for coating even at working field where heating is unavailable, thus exhibiting high industrial value. Furthermore, the 
coating resin of the invention is high in storage stability, and can be preserved for long terms even with pigments dis- 
persed and blended, allowing optional coloration. 

With the method of producing for the resin coating composition according to the invention, coating resin composi- 
tions having excellent properties described above can be obtained easily. 

The resin-coated article of the present invention comprises a cured resin layer of the coating resin composition 
mentioned above on the surface of a substrate. Thus, the resin-coated article comprises a coating film which has high 
toughness, high hardness, and high weatherability, and which is excellent in adhesion, solvent resistance, boiling water 
resistance, and fast drying property. This coating film is so good at toughness that it will not yield cracks at film thick- 
nesses of up to 50 urn, thus being little non-uniformities in coating and showing a wide adaptability to irregularities of 
the substrate. The coating film is also adaptable to a wide range of dimensional changes due to the tenperature or 
humidity of the substrate. 

The resin-coated article of the present invention can be produced by using the coating resin composition which can 
be cured both by room temperature process and by heating process, thus being able to produce with over a wide dry- 
ing-and-curing condition range or temperature range. Accordingly, the resin-coated article is usable with substrates of 
poor heat resistance, and produced even at working field where heating is unavailable, thus exhibiting high industrial 
value. Furthermore, the resin-coated article of the present invention can be produced by using the coating resin com- 
position which is high in storage stability, and can be preserved for long terms even with pigments dispersed and 
blended, allowing optional coloration, thus being high at design and also having a wide usable range. 

With the method of producing for the resin-coated article according to the invention, excellent resin-coated articles 
described above can be obtained easily. 
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Claims 

1 . A coating resin composition consisting essentially of: 

(A) a silica-dispersed oligomer solution of organosilane prepared by partially hydrolyzing a hydrolyzable orga- 
nosilane represented by a general formula 

R 1 n SiX4. n (I) 

(wherein R 1 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carbon number of 1 to 9, n is an integer of 0 to 3, and X is a hydrolyzable functional groip) in colloidal 
silica dispersed in an organic solvent, water or a mixture thereof; 

(B) an acrylic resin which is a copolymer of: at least one of first acrylates or methacrylates represented by a 
general formula 

CH2=CR 2 (COOR 3 ) (II) 

(wherein R 2 is a hydrogen atom or a methyl group) in which R 3 is a substituted or non-substituted univalent 
hydrocarbon having a carbon number of 1 to 9; at least one of second acrylates^MLmethacrylates represented 
by the general formula (II) in which R 3 is an epoxy group, a g lycidyl group or a hydrocarbon group containing 
an epoxy group and/or a glycidyl group; and at least one of third acrylates or methacrylates represented by the 
general formula (II) in which R 3 is a hydrocarbon group containing an alkoxysilyl group or a halogenated silyl 
group; and 

(C) a curing catalyst 

2. The coating resin composition according to Claim 1 , wherein the component (A) is a silica-dispersed oligomer solu- 
tion of organosilane prepared by hydrolyzing the hydrolyzable organosilane under a condition using 0.001 to 0.5 * 
mole of water on the basis of one equivalence of the hydrolyzable functional group (X). 

3. The coating resin composition according to Claim 1 or 2, wherein the component (A) contains a silica portion (in Si 
content as converted into the weight ratio of SiO^ of 5 to 95% by weight as a solid fractioa 

4. The coating resin composition according to any one of Claims 1 to 3, wherein at least 50 mol% of the hydrolyzable 
organosilane in the component (A) is a organosilane with n=1 . 

5. The coating resin composition according to any one of Claims 1 to 4, wherein a pH value of the component (A) is 
in a range of 2.0 to 7.0. 

6. The coating resin composition according to any one of Claims 1 to 5. wherein the acrylic resin in the component 
(B) contains, as a copolymerizable monomer; at least one selected from the group consisting of n-butyl methacr- 
ylate and n-butyl acrylate, at least one selected from the group consisting of trimethoxysilylpropyl methacrylate and 
trimethoxysilylpropyl acrylate; and at least one selected from the group consisting of glycidyl methacrylate and gly- 
cidyl acrylate. 

7. The coating resin composition according to any one of Claims 1 to 6, wherein the acrylic resin in the component 
(B) further contains at least one selected from the group consisting of thiols, thiophenols and their derivatives. 

8. The coating resin composition according to any one of Claims 1 to 7, wherein the weight average molecular weight, 
as converted into polystyrene, of the acrylic resin in the component (B) is in a range of 1 ,000 to 50,000. 

9. The coating resin composition according to Claim 8, wherein the weight average molecular weight, as converted 
into polystyrene, of the acrylic resin in the component (B) is in a range of 1 ,000 to 12,000. 

10. The coating resin composition according to any one of Claims 1 to 9, wherein 1 to 99 parts by weight of the com- 
ponent (B) is blended with 1 to 99 parts by weight of the component (A) (where a total of component (A) and com- 
ponent (B) is 100 parts by weight). 

1 1 . The coating resin composition according to any one of Claims 1 to 1 0, wherein the curing catalyst in the component 
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(C) is at least one selected from the group consisting of alkyltitanates, tin carboxylates, aluminum compounds, 
amine salts, amine base silane coupling agents, halogenated silanes, acids and alkalines. 

12. A coating resin composition consisting essentially of: 

(A) a silica-dispersed oligomer solution of organosilane prepared by partially hydrolyzing a hydrolyzable orga- 
nosilane represented by a general formula 

R 1 n SIX4. n (I) 

(wherein R 1 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carbon number of 1 to 9, n is an integer of 0 to 3, and X is a hydrolyzable functional group) in colloidal 
silica dispersed in an organic solvent, water or a mixture thereof; 

(B) an acrylic resin which is a copolymer contains, as a copolymerizable monomer, at least one selected from 
the group consisting of n-butyl methacryiate and n-butyl acrylate, at least one selected from the group consist- 
ing of trimethoxysilylpropyl methacryiate and trimethoxysilyipropyi acrylate, and at least one selected from the 
group consisting of glycidyt methacryiate and glycidyl acrylate; and 

(C) a curing catalyst which is at least one selected from the group consisting of alkyltitanates, tin carboxylates, 
aluminum compounds, amine salts, amine base silane coupling agents, halogenated silanes, acids and alka- 
lines. 

13. A coating resin composition consisting essentially of: 

(A) a silica-dispersed oligomer solution of organosilane prepared by partially hydrolyzing a hydrolyzable orga- 
nosilane represented by a general formula 

R 1 nSiX4. n (I) 

(wherein R 1 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carbon number of 1 to 9, n is an integer of 0 to 3, and X is a hydrolyzable functional group) in colloidal 
silica dispersed in an organic solvent, water or a mixture thereof; 

(B) an acrylic resin which is a copolymer of: at least one of first acrytates or methacrylates represented by a 
general formula 

CH 2 =CR 2 (COOR 3 ) (II) 

(wherein R 2 is a hydrogen atom or a methyl grotp) in which R 3 is a substituted or non-substituted univalent 
hydrocarbon having a carbon number of 1 to 9; at least one of second acrylates or methacrylates represented 
by the general formula (II) in which R 3 is an epoxy group, a glycidyl group or a hydrocarbon group containing 
an epoxy group and/or a glycidyl group; and at least one of third acrylates or methacrylates represented by the 
general formula (II) in which R 3 is a hydrocarbon group containing an alkoxysilyl group or a halogenated siiyl 
grotp; 

(C) a curing catalyst; and 

(D) a polyorganosiloxane which is represented by a mean composition formula 

R 4 a Si(OH) b O (4 . a . by2 (III) 

(wherein R 4 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carton number of 1 to 9, and a and b are numerals satisfying the relationships of 0.2 <> a <, 2, 0.0001 
£ b <, 3, and a + b < 4 , respectively), and which contains a silanol group in the molecule. 

14. The coating resin composition according to Claim 1 3, wherein 5 to 50 parts by weight of the component (B) and 1 
to 94 parts by weight of the component (D) are blended with 1 to 94 parts by weight of the component (A) (where 
a total of components (A), (B) and (D) is 100 parts by weight). 

15. The coating resin composition according to Claim 13 or 14, wherein the weight average molecular weight as con- 
verted into polystyrene, of the component (D) is in a range of 700 to 20,000. 
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16. A coating resin composition consisting essentially of: 

(A) a silica-dispersed oligomer solution of organosilane prepared by partially hydrolyzing a hydrolyzable orga- 
nosiiane represented by a general formula 

R 1 n SiX4.„ (I) 

(wherein R 1 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carbon number of 1 to 9, n is an integer of 0 to 3, and X is a hydrolyzable functional group) in colloidal 
silica dispersed in an organic solvent, water or a mixture thereof; 

(B) an acrylic resin which is a copolymer of : at least one of f irst acrylates or methacrylates represented by a 
general formula 

CH2=CR 2 (COOR 3 ) (II) 

(wherein R 2 is a hydrogen atom or a methyl group) in which R 3 is a substituted or non-substituted univalent 
hydrocarbon having a carbon number of 1 to 9; at least one of second acrylates or methacrylates represented 
by the general formula (II) in which R 3 is an epoxy group, a glyddyl group or a hydrocarbon group containing 
an epoxy group and/or a glycidyfl group; and at least one of third acrylates or methacrylates represented by the 
general formula (II) in which R 3 is a hydrocarbon group containing an aikaxysiiyl group or a halogenated silyl 
group; 

(C) a curing catalyst; 

(D) a pdyorganosiloxane which is represented by a mean composition formula 

R 4 aSi(OH) b O ( ^y2 (III) 

(wherein R 4 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carbon number of 1 to 9, and a and b are numerals satisfying the relationships of 0.2 £ a <. 2, 0.0001 
^ b £ 3, and a + b < 4 , respectively), and which contains a silanol group in the molecule; and 

(E) a pigment 

17. A two-part coating resin composition, which comprises a first resin solution containing the component (A) and the 
component (B); and a second resin solution containing the component (C). 

18. A two-part coating resin composition, which comprises a first resin solution containing the component (A) and the 
component (C); and a second resin solution containing the component (B). 

19. A two-part coating resin composition, which comprises a first resin solution containing the component (A); and a 
second resin solution containing the component (B) and the component (C). 

20. A two-part coating resin composition, which comprises a first resin solution containing the component (A), the com- 
ponent (B) and the component (C); and a second resin solution containing the component (D). 

21. A two-part coating resin composition, which comprises a first resin solution containing the component (A) and the 
component (C); and a second resin solution containing the component (B) and the component (D). 

22. A two-part coating resin composition, which comprises a first resin solution containing the component (A), compo- 
nent (B), and the component (C); and a second resin solution containing the component (C) and the component 
(D). 

23. A resin-coated article comprising, on the surface of a substrate, at least one cured resin layer of a coating resin 
composition, wherein the coating resin composition consists essentially of: 

(A) a silica-dispersed oligomer solution of organosilane prepared by partially hydrolyzing a hydrolyzable orga- 
nosilane represented by a general formula 

F^nSiX^ (I) 
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(wherein R 1 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carbon number of 1 to 9, n is an integer of 0 to 3, and X is a hydrolyzable functional group) in colloidal 
silica dispersed in an organic solvent, water or a mixture thereof; 

(B) an acrylic resin which is a copolymer of: at least one of first acrylates or methacrylates represented by a 
general formula 

CH 2 =CR 2 (COOR 3 ) (II) 

(wherein R 2 is a hydrogen atom or a methyl group) in which R 3 is a substituted or non-substituted univalent 
hydrocarbon having a carbon number of 1 to 9; at least one of second acrylates or methacrylates represented 
by the general formula (II) in which R 3 is an epoxy group, a glycidyl group or a hydrocarbon group containing 
an epoxy group and/or a glycidyl group; and at least one of third acrylates or methacrylates represented by the 
general formula (II) in which R 3 is a hydrocarbon group containing an alkoxysilyl group or a halogenated silyl 
group; 

(C) a curing catalyst; and 

(D) a pdyorganosiloxane which is represented by a mean composition formula 

R 4 aSi(OH) b O (4 ^. bV2 (in) 

(wherein R 4 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a carbon number of 1 to 9, and a and b are numerals satisfying the relationships of 0.2 s a <s 2, 0.0001 
£b*3,anda + b<4, respectively), and which contains a silanol group in the molecule. 

24. The resin-coated article according to Claim 23, further comprising a primer layer, as a first layer, between the sub- 
strate and the cured resin layer. 

25- The resin-coated article according to Claim 24, wherein the primer layer is a cured resin layer of a primer compo- 
sition which contains as a solid fraction, 1 0% or more by weight of, at least one selected from the group consisting 
of an epoxy resin, an acrylic resin, an acrylic silicone resin, a chlorinated rubber resin, an urethane resin, a phenolic 
resin, a polyester resin and a melamine resin. 

26. The resin-coated article according to Claim 24, wherein the primer layer is a cured resin layer of a primer compo- 
sition which consists essentially of: 

(a-1) 100 parts by weight of an isocyanate prepolymer containing at least of two isocyanate groups but no ure- 
thane bond in the one molecule; 

(b-1) 1 to 100 parts by weight of an organic silicon compound containing at least one mercapto group and at 
least two alkoxy groips in the one molecule; 

(c-1) 100 or less parts by weight of an epoxy-modified silicon resin; and 

(d-1) 0.01 to 30 parts by weight of an organotin compound andtor a tin salt of organic acid. 

27. The resin-coated article according to Claim 26, wherein the isocyanate groups of the isocyanate prepolymer in the 
component (a-1 ) are not bonded to a benzene ring directly. 

28. The resin-coated article according to Claim 24, wherein the primer layer is a cured resin layer of a primer comoo- 
sition which consists essentially of: 

(a-2) 1 00 parts by weight of a hydrolyzable-group-containing vinyl copolymer prepared by copolymerizing 99.5 
to 75 mol% of an ethylene-type monomer and an unsaturated-group-containing silicon compound represented 
by a general formula RSiX m R' (3 . m) (wherein R is an univalent hydrocarbon group containing a vinyl group R' 
is an univalent hydrocarbon group having a carbon number of 1 to 10, X is a hydrolyzable functional group 
selected from the group consisting of an alkoxyl group having a carbon number of 1 to 4, an alkoxyalkoxyi 
group having a carbon number of 2 to 6, and an oxime group having a carbon number of 2 to 4, m is an integer 
of 1 to 3); and 

(b-2) 0.1 to 50 parts by weight of an epoxy-modified silicon resin. 

29. The resin-coated article according to any one of Claims 24 to 28, wherein the primer layer contains a pigment. 
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30. The resin-coated article according to any one of Claims 23 to 29, wherein at least one resin layer is a cured resin 
layer with a pattern formed by a divisional coating and/or a wet-on-wet coating of a resin composition containing at 
least two pigments. 

31. The resin-coated article according to any one of Claims 23 to 30, wherein at least one resin layer is a cured resin 
layer of the coating resin composition containing at least one of a pigment, and on the cured resin layer of the coat- 
ing resin composition, a cured resin layer of the coating resin composition not containing any pigments are formed. 

32. The resin-coated article according to any one of Claims 23 to 31 , being done at least one selected from process- 
ings consisting of a bending, a drawing, a punching, a boring, a cutting, and a pressing. 

33. The resin-coated article according to any one of Claims 23 to 32, wherein the substrate is one selected from the 
group consisting of steels, non-ferrous metals, inorganic curing bodies, glasses, plastic substrates, or woods. 

34. The resin-coated article according to claim 33, wherein the inorganic curing bodies has bulk density of 0.5g/cm 3 
and more, and dimensional change of the inorganic curing bodies under a condition changing from saturated- 
water-containing to absolute drying is 0.5% and less. 

35. The resin-coated article according to Claim 33 or 34, wherein the inorganic curing bodies have a tongue processed 
portion and/or a uneven pattern. 

36. A method for producing of a resin-coated article comprising steps of: forming at least one resin layer on the surface 
of a substrate, and curing a coating resin composition of said at least one resin layer, wherein the coating resin 
composition consisting essentially of: 

(A) a silica-dispersed oligomer solution of organosilane prepared by partially hydrolyzing a hydrolyzable orga- 
nosilane represented by a general formula 

R 1 n SiX4. n (I) 

(wherein R 1 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon group or phenyl group 
having a caibon number of 1 to 9, n is an integer of 0 to 3, and X is a hydrolyzable functional groip) in colloidal 
silica dispersed in an organic solvent, water or a mixture thereof; 

(B) an acrylic resin which is a copolymer of: at least one of first acrylates or methacrylates represented by a 
general formula 

CH2=CR 2 (COOR 3 ) (||) 

(wherein R 2 is a hydrogen atom or a methyl group) in which R 3 is a substituted or non-substituted univalent 
hydrocarbon having a carbon number of 1 to 9; at least one of second acrylates or methacrylates represented 
by the general formula (II) in which R 3 is an epoxy group, a glyctdyl group or a hydrocarbon group containing 
an epoxy group and/or a glycidyl group; and at least one of third acrylates or methacrylates represented by the 
general formula (II) in which R 3 is a hydrocarbon group containing an alkoxysilyl group or a halogenated silyl 
group; 

(C) a curing catalyst; and 1 

(D) a polyorganosiloxane which is represented by a mean composition formula 

R 4 a Si(OH) b O ( ^y2 (III) 

(wherein R 4 is a homo- or hetero-substituted or non-substituted univalent hydrocarbon groip or phenyl group 
having a carbon number of 1 to 9, and a and b are numerals satisfying the relationships of 0.2 £ a £ 2, 0.0001 
£b£3, and a + b < 4 , respectively), and which contains a silanol group in the molecule. 

37. A method for producing of a resin-coated article according to Claim 36, further comprising steps of: forming a 
primer layer, as a first layer, on the surface of the substrate position on the surface of the substrate and then curing 
the primer layer before forming the resin layer. 

38. A method for producing of a resin-coated article according to Claim 36 or 37, further comprising a step of doing at 
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^Z e S le ? d IT**?** oon>W,n » « a bendin 9' a ^"S- a P un *lng, a boring, a cutting, and a 
pressing, after forming the primer layer and/or the resin layer on the surface of the substrate. 

39. A method for producing of a resin-coated article according to claim 38. further comprising a step of at least one 
resin layer after doing the processing. v 

4 °" iT^^r^u'" 9 * 8 resirH3oated ***** accor ding to any one of Claims 36 to 39. wherein the substrate is 
one selected from the group consisting of steels, non-ferrous metals, inorganic curing bodies, glasses, plastic sub- 
strates, or woods. 

41. A method Ifoi producing i of a resin-coated article according to Claim 40. wherein the inorganic curing bodies has 
bulk density being 0.5g/cm 3 and more, and dimensional change of the inorganic curing bodies under a condition 
changing from the saturated-water-containing to the absolute drying is 0.5% and less. 

42. A method for producing of a resin-coated article according to Claims 40 or 41 , wherein the inorganic curing bodies 
have a tongue processed portion and/or a uneven pattern. 
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